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(54) Light emitting element and azole compound 

(57) The present invention relates to a light emitting 
element comprising at least a light emitting layer con- 
taining a light emitting material and a host material and 
having a light emission maximum wavelength of 500 nm 
or less wherein the minimum excitation triplet energy 
level of the host material is higher than the minimum ex- 
citation triplet energy level of the light emitting material. 



Preferably, a light emitting element in which the mini- 
mum excitation triplet energy level of the host material 
is from 1 .05 times to 1 .38 times the minimum excitation 
triplet energy level of the light emitting material, and a 
light emitting element in which the minimum excitation 
triplet energy level of the host material is from 68 kcal/ 
mol to 90 kcal/mol are provided. 
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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

[0001] The present invention relates to a light emitting element and an azole compound used therefor, and, more 
particularly, to a light emitting element which can be utilized in a wide range of fields such as back lights, flat panel 
displays, illuminating light sources, display elements, electrophotographs, organic semiconductor lasers, recording 
10 light sources, exposure light sources, read light sources, beacons, signboards, interiors and optical communication 
devices. 

Description of Related Art 

15 [0002] Among various light emitting elements which are being studied and developed today, organic electrolumines- 
cence (EL) elements have been animatedly studied and developed in recent years because these organic electrolu- 
minescence elements enable high luminance emission to be obtained even when driven at low voltages. An organic 
EL element is generally structured of a light emitting layer and a pair of counter electrodes between which the light 
emitting layer is sandwiched, and makes use of emission from an exciton produced by recombination of an electron 

20 injected from a cathode with a hole injected from an anode in the light emitting layer. 

[0003] As organic EL elements which emit high illuminance light at low voltages at present, those having a multilayer 
structure as revealed by Tang et al. (Applied Physics Letters, vol. 51 , page 913, 1987) are known. This element can 
emit nign illuminance green light by lamination of a material which doubles as an electron transporting material and a 
light cmttirg material with a hole transporting material, wherein the illuminance reaches several thousands cd/m 2 at 

25 a d.c. voltage of 6 tc 7 V. However, further improvement in the illuminance and development of more highly efficient 
light em ttirg elements are desired, taking practical elements into consideration. 

[0004] Recently a light emitting element using an orthometalated complex of iridium (lr(ppy) 3 : tris-orthoiridated com- 
plex with ?-phenylpyridine) as a light emitting material has been reported as a light emitting element which can emit 
with higher efficiency (Applied Physics Letters, vol. 75, page 4, 1999). The external quantum efficiency of this light 
30 emitting element is 8 3%, which exceeds 5%, which has been said to be the limit of levels of external quantum efficiency. 
The above orthometalated complex of iridium is limited to a green color light emitting element. Therefore, it is necessary 
to also develop elements which emit other color tights with high efficiency when the elements are applied in full color 
displays or white light emitting elements. 

[0005] On the other hand, among organic light emitting elements, those which have attained high illuminance emis- 
35 sion are elements with multi-layered structure of organic materials by vacuum deposition. Production of elements by 
using a coating method is preferable in view of simplification of production steps, processability and increase in area. 
However, elements produced by a conventional coating method are inferior to elements produced by a deposition 
system in emission illuminance and luminance efficiency, giving rise to important problems concerning high illuminance 
and high luminance efficiency in view of the simplification of production steps, processability, area increase and the like. 

40 

SUMMARY OF THE INVENTION 

[0006] An object of the present invention is to provide a light emitting element which can emit light in the blue region 
with high luminance efficiency, and a light emitting element which can emit light of white of high color purity with high 
45 luminance efficiency. 

[0007] In order to solve the above problems, the present invention provides a light emitting element comprising at 
least a light emitting layer containing a light emitting material and a host material and having a light emission maximum 
wavelength of 500 nm or less wherein the minimum excitation triplet energy level of the above host material is higher 
than the minimum excitation triplet energy level of the above light emitting material. 

so [0008] In the light emitting element of the present invention, for example, the above light emitting layer is held between 
a pair of electrodes and an electric field is applied to the electrodes whereby electrons are injected from a cathode and 
holes are injected from an anode. These electrons and holes are recombined with each other in the light emitting layer 
to create triplet excitons. When an exciton returns to the ground state, excess energy is emitted as light in the blue 
region. In the above light emitting element, the above light emitting layer is composed of a light emitting material (guest 

55 material) and a host material having a minimum excitation triplet energy level (T^ higher than the T t of the light emitting 
material. This makes it possible to transfer the energy of the above triplet exciton to the T t level of the light emitting 
material efficiently, with the result that blue light can be emitted with high luminance efficiency. 
[0009] The minimum excitation triplet energy level of the host material is preferably from 1 .05 times to 1 .38 times 
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the minimum excitation triplet energy level of the light emitting material. Further, the minimum excitation triplet energy 
level of said host material is preferably from 68 kcal/mol (284.9 kJ/mol) to 90 kcal/mol (377.1 kJ/mol). 
[0010] The host material is preferably a compound represented by the following general formula (I): 



General formula (I) 
L 1 -(Q 1 ) , 



wherein L 1 represents a bivalent or more coupling group; Q 1 represents an aromatic hydrocarbon ring or an aromatic 
hetero ring; and n 1 represents a number of 2 or more, plural Q 1 may be the same or may be different from each other. 
[0011] Also, the above object can be achieved by provision of a light emitting element comprising at least a light 
emitting layer containing a light emitting material and a host material and a layer which is disposed adjacent to the light 
emitting layer and contains an organic material wherein the minimum excitation triplet energy level of the above organic 
material is higher than the minimum excitation triplet energy level of each of materials which constitute the light emitting 
layer. 

[0012] In the above light emitting element, for example, the above light emitting layer and the layer disposed adjacent 
to the light emitting layer are held between a pair of electrodes and an electric field is applied to the electrodes whereby 
electrons are injected from a cathode and holes are injected from an anode. These electrons and holes are recombined 
with each other in the light emitting layer to create triplet excitons. When the exciton returns to the ground state, excess 
energy is emitted as light in the blue region. In the above light emitting element, the layer disposed adjacent to the 
above light emitting layer is composed of an organic material having a minimum excitation triplet energy level (T,) 
higher than the^ of each of the light emitting material and the host material. This makes it possible to prevent transfer 
of the energy of the above triplet exciton which is generated in the light emitting layer to the organic material which 
constitutes the layer disposed adjacent to the light emitting layer, with the resu It that blue light can be emitted with high 
luminance efficiency. 

[0013] The minimum excitation triplet energy level of the organic material contained in the layer which is disposed 
adjacent to the light emitting layer is from 1 .05 times to 1.38 times the minimum excitation triplet energy level of the 
light emitting material. Further, the minimum excitation triplet energy level of the organic material is 68 kcal/mol (284.9 
30 kJ/mol) or more and 90 kcal/mol (377.1 kJ/mol) or less. 

[0014] The organic material contained in the layer which is disposed adjacent to the light emitting layer is preferably 
a compound represented by the following general formula (II) : 

35 General formula (II) 

L 2 -(Q 2 ) 2 

n 

wherein L 2 represents a bivalent or more coupling group; Q 2 represents an aromatic hydrocarbon ring or an aromatic 
40 hetero ring; and n 2 represents a number of 2 or more, plural Q 2 may be the same or may be different from each other. 
[0015] The present invention also provides an azole compound represented by the following general formula (A), 
which is preferably used as the organic material contained in the layer which is disposed adjacent to the light emitting 
layer. 



so 
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General formula 



(A) 
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In the general formula (A), R A1 , R^, and R A3 each represent a hydrogen atom or an aliphatic hydrocarbon group; R M , 
R A5 , and R A6 each represent a substituent; n A1 , n A2 , and n A3 each represents an integer of 0 to 3; X A1 , X A2 , and X A3 
each represent a nitrogen atom or C-R x (R x represents a hydrogen atom or a substituent) ; and Y A1 , Y A2 , and Y A3 
each represent a nitrogen atom or C-R YX (R YX represents a hydrogen atom or a substituent). 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[0016] The present invention will be hereinafter explained in detail. 

[0017] A light emitting element according to the present invention comprises at least a light emitting layer containing 
a light emitting material. The light emitting element is not particularly limited with respect to system, driving method 
and utility mode, and examples thereof include EL (electroluminescent) elements. In EL elements, a light emitting layer 
is generally held between a pair of electrodes which are an anode and a cathode. Also, besides the light emitting layer, 
a hole injecting layer, a hole transporting layer, an electron injecting layer, an electron transporting layer, a protective 
layer and the like may be disposed between the pair of electrodes, and these layers may be provided with otherf unctions 
respectively. The light emitting element of the present invention is preferably an organic light emitting element. The 
organic light emitting element referred to herein means an element in which a material which emits light is an organic 
compound. 

[0018] The light emitting element of the present invention has a light emission maximum wavelength Amax of 500 
nm or less, specifically this light emitting element is a blue light emitting element. The above A,max is preferably 495 
nm or less and more preferably 490 nm or less in view of color purity. 

[0019] However, the light emitting element of the present invention may emit light in any of regions other than the 
blue region, such as the ultraviolet region, green region, red region, and infrared region. 

[0020] The light emitting element of the present invention preferably has a high luminance efficiency. External quan- 
tum efficiency of the light emitting element is 5% or more, preferably 7% or more, more preferably 10% or more, still 
more preferably 18% or more. The light emitting element of the present invention can reduce energy consumption at 
the time light is emitted and can emit highly luminous blue light for a long period of time. Particularly, when the light 
emitting element of the present invention is used as a display element, it becomes possible to increase surface area. 
Here, the external quantum efficiency means a value calculated from the following formula. Methods of calculating an 
external quantum efficiency include a method of calculating from the emission illuminance, emission spectrum, relative 
luminance efficiency curve and current density and a method of calculating the current density and the total number 
of emitted photons. 
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External quantum efficiency (%) 
= (Total number of emitted photons/Number of electrons 
injected into a light emitting element) x 100 

[0021] It is preferable that an x value and a y value of the CIE chromaticity of light emission are as small as possible 
from the standpoint of the color purity of blue color. Specifically, the x value of the CIE chromaticity of light emission is 
preferably 0.22 or less : and more preferably 0.20 or less. The y value of the CIE chromaticity of light emission is 
preferably 0.53 or less, more preferably 0.50 or less, and further preferably 0.40 or less. 

[0022] The light emitting element preferably has a light emission spectrum half value width of 1 to 100 nm or less, 
more preferably from 5 to 90 nm, further preferably from 10 to 80 nm, and particularly preferably from 20 to 70 nm! 
from the standpoint of the color purity of blue color. 

[0023] In the light emitting element, it is preferable that a layer containing a compound having an ionization potential 
of 5.9 eV or more, more preferably from 6,0 to 7.0 eV, is disposed between the cathode and the light emitting layer, 
and it is more preferable that an electron transporting layer having an ionization potential of 5.9 eV or more is disposed 
between the cathode and the light emitting layer. 

[0024] The light emitting element of the present invention is a light emitting element having a light emission maximum 
wavelength of 500 nm or less, in which the light emitting layer contains a host material and a light emitting material 
(guest material) and the X, level of the host material is higher than the level of the light emitting material. 
[0025] The light emitting element according to the present invention preferably comprises at least a light emitting 
layer containing a light emitting material, and a layer disposed adjacent to the light emitting layer, and the T., level of 
an organic material contained in the layer adjacent to the light emitting layer is higher than the T A level of each of the 
materials which constitute the light emitting layer. Examples of the layer adjacent to the light emitting layer include a 
hole injecting layer, hole transporting layer, electron injecting layer, electron transporting layer, hole blocking layer, and 
electron blocking layer. Examples of the organic material which is used in each layer include a hole injecting material, 
hole transporting material, electron injecting material, electron transporting material, hole blocking material and electron 
blocking material. In a case where two layers are disposed adjacent to the light emitting layer, both these layers are 
preferably formed of an organic material having a T, level higher than the level of the light emitting material. 
[0026] Generally, the luminance efficiency of a light emitting element can be expressed by a product of an injection 
efficiency of a hole and an electron, a recombination efficiency of a hole and an electron, a generation efficiency of an 
exciton, an efficiency of transfer of excitation energy generated by the recombination to the light emitting material and 
a luminous quantum efficiency of the light emitting material. When a material which emits light from a triplet exciton, 
is used as the light emitting material, the probability at which the exciton is generated by the recombination, is higher 
than that of a singlet exciton, thereby resulting in improvement of the luminance efficiency. Here, so long as the energy 
of a triplet exciton generated by the recombination can be efficiently transferred to the T., level of the light emitting 
material, the luminance efficiency further improves. In the light emitting element of the present invention, the level 
of the host material is made higher than the level of the light emitting material, thereby enabling efficient transfer of 
the energy of the triplet exciton to the T, level of the light emitting material, with the result that light is emitted with high 
luminance efficiency. In the light emitting element of the present invention, the T 1 level of the organic material consti- 
tuting the layer disposed adjacent to the light emitting layer is made higher than the T t level of the light emitting material 
to thereby prevent the energy of the triplet exciton from transferring to the organic material constituting the layer adjacent 
to the light emitting layer, with the result that light is emitted with high luminance efficiency. 

[0027] The Tj level of each of the host material and the organic material contained in the layer which is disposed 
adjacent to the light emitting layer is preferably 1 .05 times to 1 .38 limes the T 1 level of the light emitting material. Also, 
the T 1 level of each of the host material and the organic material is preferably from 68 kcal/mol (284.9 kJ/mol) to 90 
kcal/mol (377.1 kJ/mol), more preferably from 69 kcal/mol (289.1 kJ/mol) to 85 kcal/mot (356.2 kJ/mol) and still more 
preferably 70 kcal/mol (293.3 kJ/mol) to 80 kcal/mol (335.2 kJ/mol). 

[0028] When the light emitting element of the present invention has a layer which is formed of an organic material 
and disposed adjacent to the light emitting layer, preferably, the T 1 level of the organic material is also higher than the 
T-, level of the light emitting material. A more preferable embodiment of the light emitting element of the present invention 
is a light emitting element in which the T-, level of any organic material contained in any layer is higher than the T 1 level 
of the light emitting material. 

[0029] The host material is preferably a compound represented by the following general formula (I), and the organic 
material which constitutes the layer adjacent to the light emitting layer is preferably a compound represented by the 
following general formula (II). 
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General formula (I) 

L 1 — (Q 1 ) , 
n 

5 

[0030] In the general formula (I), L 1 represents a bivalent or more coupling group, Q 1 represents an aromatic hydro- 
carbon ring or an aromatic hetero ring, and n 1 represent a number of 2 or more. Plural Q 1 may be the same or may 
be different from one another. 

10 

General formula (II) 
L 2 -(Q 2 ) 2 

n 

15 [0031] In the general formula (II), L 2 represents a bivalent or more coupling group, Q 2 represents an aromatic hy- 
drocarbon ring or an aromatic hetero ring , and n 2 represent a number of 2 or more. Plural Q 2 may be the same or may 
be different from one another. 

[0032] Next, the general formula (I) will be described. In the general formula (II), L 2 Q 2 , and n 2 each has the same 
meaning as L 1 , Q 1 , and n 1 in the general formula (I), and a duplicate description thereof will be omitted. 
20 [0033] L 1 represents a bivalent or more coupling group, preferably a coupling group comprised of carbon, silicon, 
nitrogen, boron, oxygen, sulfur, metal, and metal ion, more preferably a carbon atom, a nitrogen atom, a silicon atom, 
a boron atom, an oxygen atom, a sulfur atom, an aromatic hydrocarbon ring, and an aromatic hetero ring, and still 
more preferably a carbon atom, a silicon atom, an aromatic hydrocarbon ring, and an aromatic hetero ring. Specific 
examples of the coupling group represented by L 1 include the following. 

25 
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55 [0034] In the general formula (I), L 1 may have a substituent. Examples of the substituent include an alkyl group 
(preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 12 carbon atoms, and particularly 
preferably having from 1 to 8 carbon atoms, such as methyl, ethyl, n-propyl, isopropyl, n-butyl, sec-butyl, tert-butyl, n- 
octyl, cyclopropyl, cyclopentyl, cyclohexyl, trifluoromethyl, and trichloromethyl), an alkenyl group (preferably having 
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from 2 to 20 carbon atoms, more preferably having from 2 to 6 carbon atoms, and particularly preferably having 2 
carbon atoms, such as vinyl and the like), an alkynyl group (preferably having from 2 to 20 carbon atoms, more pref- 
erably having from 2 to 6 carbon atoms, and particularly preferably having 2 carbon atoms, such as ethynyi and the 
like), an aryl group (preferably having from 6 to 10 carbon atoms, and particularly preferably having 6 carbon atoms, 
such as phenyl and the like) , an amino group (preferably having from 0 to 36 carbon atoms, more preferably having 
from 0 to 20 carbon atoms, and particularly preferably having from 0 to 12 carbon atoms, such as amino, methylamino, 
dimethylamino, ethylamino, diethylamino, phenylamino, diphenylamino, dibenzylamino, thienylamino, dithienylamino, 
pyridylamino, and dipyridylamino), an alkoxy group (preferably having from 1 to 20 carbon atoms, more preferably 
having from 1 to 12 carbon atoms, and particularly preferably having from 1 to B carbon atoms, such as methoxy, 
ethoxy, isopropoxy, n-butoxy, and t-butoxy), an aryloxy group (preferably having from 6 to 10 carbon atoms, and par- 
ticularly preferably having 6 carbon atoms, such as phenoxy and the like), a heterocyclic oxy group (preferably having 
from 1 to 1 0 carbon atoms, more preferably having from 2 to 8 carbon atoms, and particularly preferably having from 
4 to 5 carbon atoms, such as thienyloxy and pyridyloxy), a siloxy group (preferably having from 3 to 52 carbon atoms, 
more preferably having from 3 to 39 carbon atoms, still more preferably having from 3 to 33 carbon atoms, and par- 
ticularly preferably having 3 to 27 carbon atoms, such as trimethylsiloxy, triethylsiloxy, and tri t-butylsiloxy), an acyl 
group (preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 1 6 carbon atoms, and particularly 
preferably having from 1 to 12 carbon atoms, such as acetyl, benzoyl, formyl, pivaloyl, thenoyl and nicotinoyl), an 
alkoxycarbonyl group (preferably having from 2 to 20 carbon atoms, more preferably having from 2 to 1 6 carbon atoms, 
and particularly preferably having from 2 to 12 carbon atoms, such as methoxycarbonyl and ethoxycarbonyl), an ary- 
loxycarbonyl group (preferably having from 7 to 20 carbon atoms, more preferably having from 7 to 16 carbon atoms, 
and particularly preferably having 7 carbon atoms, such as phenoxycarbonyl), a heterocyclic oxycarbonyl group (pref- 
erably having from 2 to 20 carbon atoms, more preferably having from 2 to 1 2 carbon atoms, and particularly preferably 
having from 5 to 6 carbon atoms, such as thienyloxycarbonyl and pyridyloxycarbonyl), an acyloxy group (preferably 
having from 2 to 20 carbon atoms, more preferably from 2 to 1 6 carbon atoms, and particularly preferably having from 
2 to 12 carbon atoms, such as acetoxy, ethylcarbonyloxy, benzoyloxy, pivaloyloxy, thenoyloxy and nicotinoyloxy), an 
acylamino group (preferably having from 2 to 20 carbon atoms, more preferably having from 2 to 16 carbon atoms, 
and particularly preferably having from 2 to 10 carbon atoms, such as acetylamino, benzoylamino, thenoylamino and 
nicotinoylamino), an alkoxycarbonyl ami no group (preferably having from 2 to 20 carbon atoms, more preferably having 
from 2 to 1 6 carbon atoms, and particularly preferably having from 2 to 1 2 carbon atoms, such as methoxycarbonylami- 
no), an aryloxycarbonylamino group (preferably having from 7 to 20 carbon atoms, more preferably having from 7 to 
16 carbon atoms, and particularly preferably having from 7 to 12 carbon atoms, such as phenoxycarbonyl), a hetero- 
cyclic oxycarbonylamino group (preferably having from 6 to 21 carbon atoms, more preferably having from 2 to 15 
carbon atoms, and particularly preferably having 5 to 11 carbon atoms, such as thienyloxycarbonylamino), a sutfo- 
nylamino group (preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 16 carbon atoms : and 
particularly preferably having from 1 to 12 carbon atoms, such as methanesulfonylamino, benzenesulfonytamino and 
thiophenesulfonylamino), a sulfamoyl group (preferably having from 0 to 20 carbon atoms, more preferably having 
from 0 to 1 6 carbon atoms, and particularly preferably having from 0 to 12 carbon atoms, such as sulfamoyl, methyl- 
sulfamoyl, dimethylsulfamoyl, phenylsulfamoyl andthienylsulfamoyl), a carbamoyl group (preferably having from 1 to 
20 carbon atoms, more preferably having from 1 to 16 carbon atoms, and particularly preferably having from 1 to 12 
carbon atoms, such as carbamoyl, methylcarbamoyl, diethylcarbamoyl and pheny (carbamoyl), an alkylthio group (pref- 
erably having from 1 to 20 carbon atoms, more preferably having from 1 to 1 6 carbon atoms, and particularly preferably 
having from 1 to 12 carbon atoms, such as methylthio, ethylthio and n-butylthio), an arylthio group (preferably having 
from 6 to 26 carbon atoms, more preferably having from 6 to 20 carbon atoms, and particularly preferably having from 
6 to 12 carbon atoms, such as phenylthio), a heterocyclic thio group (preferably having from 1 to 25 carbon atoms, 
more preferably having from 2 to 1 9 carbon atoms, and particularly preferably having from 5 to 11 carbon atoms, such 
as thienylthio and pyridylthio) : a sulfonyl group (preferably having from 1 to 20 carbon atoms, more preferably having 
from 1 to 16 carbon atoms, and particularly preferably having from 1 to 12 carbon atoms, such as tosyl and mesyl), a 
sulfinyl group (preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 16 carbon atoms, and 
particularly preferably having from 1 to 12 carbon atoms, such as methanesulfinyl and benzenesulfinyl) : an ureido 
group (preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 16 carbon atoms, and particularly 
preferably having from 1 to 12 carbon atoms, such as ureido, methylureido and phenylureido), a phosphoamide group 
(preferably having from 1 to 20 carbon atoms, more preferably having from 1 to 1 6 carbon atoms, particularly preferably 
having from 1 to 12 carbon atoms, such as diethylphosphoamide and phenylphosphoamide), a hydroxyl group, a 
mercapto group, a halogen atom (such as a fluorine atom, a chlorine atom, a bromine atom and an iodine atom) , a 
cyano group, a sulfo group, a carboxyt group, a nitro group, a hydroxamic acid group, a sulfino group, a hydrazino 
group, an imino group, a heterocyclic group (preferably having from 1 to 20 carbon atoms, more preferably having from 
1 to 16 carbon atoms, and particularly preferably having from 1 to 12 carbon atoms, examples of the hetero atom 
including a nitrogen atom, an oxygen atom and a sulfur atom, and examples of the heterocyclic group including imi- 
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dazolyl, pyridyl, piperidyl, morphorino, furyl, oxazolyl, thiazolyl, thienyl : benzoxazolyl benzothiazolyl, benzimidazolyl, 
purinyl, pyrazinyl, pyrimidinyl, pyridazinyl, triazinyl, thiadiazolyl, oxadiazolyl, and selenienyl, the position of substitution 
may be arbitrarily set), and a silyl group (preferably having from 3 to 40 carbon atoms, more preferably having from 3 
to 30 carbon atoms, and particularly preferably having from 3 to 20 carbon atoms, such as trimethylsilyl and triphe- 
5 nylsilyl). These substituents may further be substituted or may be condensed to other rings. Further, if there are two 
or more of substituents, these substituents may be the same or different from each other, or may be combined with 
each other to form a cyclic structure. The substituent is preferably an alkyl group, an aryl group, an acyl group, an 
alkoxy group, an aryloxy group, an alkylthio group, an arylthio group, an alkoxycarbonyl group, an aryloxycarbonyl 
group, a halogen atom, a hydroxy group, and a heterocyclic group, more preferably an alkyl group, an aryl group, a 
10 halogen atom, and a heterocyclic group, and still more preferably an alkyl group and a halogen group. 

[0035] Q 1 in the general formula (I) represents an aromatic hydrocarbon ring or an aromatic hetero ring. An example 
of the aromatic hydrocarbon ring represented by Q 1 is a benzene ring. Examples of the aromatic hetero ring represented 
by Q 1 include a pyridine ring, a pyrazine ring, a pyrimidine ring, a pyridazine ring, a triazine ring, an oxazole ring, a 
thiazole ring, an imidazole ring, an oxadiazole ring, a thiadiazole ring, a triazole ring, a tetrazole ring, a furan ring, a 
15 thiophene ring, a pyrrole ring, an indole ring, a benzimidazole, and an imidazopyridine ring. Q 1 is preferably a benzene 
ring, a pyridine ring, a pyrimidine ring, a pyrazine ring, atriazine ring, a thiadiazole ring, an oxadiazole ring, an imidazole 
ring, an indole ring, a benzimidazole ring and an imidazopyridine ring, more preferably a benzene ring, a pyridine ring, 
a triazine ring, a thiadiazole ring, an oxazole ring, a thiazole ring, an imidazole ring, a benzimidazole ring, and an 
imidazopyridine ring, and still more preferably a benzene ring, a pyridine ring, a benzimidazole ring and an imidazo- 
le pyridine ring. 

[0036] The aromatic hydrocarbon ring or aromatic hetero ring represented by Q 1 may have a substituent. As the 
substituent. any of the examples of the substituent of L 1 can be applied. The substituent of Q 1 is preferably a alkyl 
group, an aryl group, a halogen atom, and a heterocyclic group, and more preferably an alkyl group and a halogen atom. 
[0037] n 1 in the general formula (I) represents a number of 2 or more, preferably 2 to 1 5 , more preferably 2 to 6 : and 
25 still more preferably 3 to 6. 

[0038] Among the compounds represented by the general formula (I), compounds represented by the following gen- 
eral formulae (A-l), (B-l), (C-l), and (D-l) are preferred. 

30 General formula (A- 1) 



35 
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General formula (B-I) 



45 




so 



General formula (C-I) 
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(R C1 ) 



4-nC 



Si— (Q C1 )„ C 
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General formula (D-I) 



5 




4-nD 



C— (Q D1 ) nD 



[0039] L A in the general formula (A-l) represents a bivalent or more coupling group. As the coupling group represented 
by L A , any of the specific examples of the coupling group L 1 in the general formula (I) can be applied. L A is preferably 
a bivalent or more aromatic hydrocarbon ring and a bivalent or more aromatic hetero ring, more preferably 1 ,3,5-ben- 
zenetriyl group, 2,4,6-pyridinetriyl group, 2,4,6-pyrimidinetriyl group, and 2,4,6-triazinetriyl group, still more preferably 
1 ,3,5-benzenetriyl group and 2,4,6-triazinetriyl group, and particularly preferably 2,4,6-triazinetriyl group. 
[0040] Q A represents a group of atoms necessary for forming a nitrogen-containing aromatic hetero ring, and may 
have a monocyclic structure or a condensed ring structure. The nitrogen-containing aromatic hetero ring formed by 
Q A is preferably a 5- to 8-membered nitrogen-containing aromatic hetero ring, and still more preferably a 5- to 6-mem- 
bered nitrogen-containing aromatic hetero ring. 

[0041] Examples of the nitrogen-containing aromatic hetero ring formed by Q A include a pyrrole ring, an imidazole 
ring, h indole ring, a tetrazole ring, an oxadiazole ring, thiadiazole ring, an oxatriazole ring, a thiatriazole ring, an 
indole nng a bcn/imidazole ring, a benzotriazole ring, an imidazopyridine ring, an imidazopyrimidine ring, and an 
irnida/opyricWinc nng. preferably a pyrrole ring, an imidazole ring, a benzimidazole ring, and an imidazopyridine ring, 
more preferably a bcn/imidazole ring and an imidazopyridine ring, and still more preferably a benzimidazole ring. 
[0042] PI jral O a may be the same or may be different from each other. 

[0043] Further, L A and Q A in the general formula (A-l) each may have a substituent. As the substituent, for example, 
any of tho examples of the substituent of L 1 in the general formula (I) can be applied. 

[0044] n A represents a number of 2 or more, preferably 2 to 6, more preferably 2 to 3, and still more preferably 3. 
[0045] Among tho compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A-ll) is more preferable. 



[0046] L A and n A in the general formula (A-ll) each have the same meaning as those in the general formula (A-l), 
and a preferred embodiment thereof is also the same. 

[0047] X A21 , X^ 2 , X A23 , and X A24 in the general formula (A-ll) each represent a nitrogen atom or C-R (R represents 
a hydrogen atom or a substituent), and if possible, may be combined with each other to form a ring structure. As the 

45 substituent represented by R, for example, any of the examples of the substituent of L 1 in the general formula (I) can 
be applied. R is preferably a hydrogen atom, an aliphatic hydrocarbon group, a silyl group, and a ring structure formed 
by combination thereof, more preferably a hydrogen atom, an aliphatic hydrocarbon group, and a ring structure formed 
by combination thereof, and still more preferably a hydrogen atom, an alkyl group (preferably having from 1 to 16 
carbon atoms, more preferably having from 1 to 12 carbon atoms, and still more preferably having from 1 to 6 carbon 

so atoms), and a ring structure formed by combination thereof (preferably a 5- to 7-membered ring, more preferably a 5- 
or 6-membered ring, still more preferably a 6-membered aromatic ring, and particularly preferably a benzene ring or 
a pyridine ring). 

[0048] X A21 is preferably C-R. R is more preferably a hydrogen atom or an alkyl group, still more preferably a hydrogen 
atom or an unsubstituted alkyl group, and particularly preferably a hydrogen atom or a methyl group. 
55 [0049] X A22 is preferably a nitrogen atom. 

[0050] X A23 and X^ 4 are each preferably C-R, and more preferably a ring structure formed by combination of X^ 3 
and X A24 via R (preferably a 5- to 7-membered ring, more preferably a 5- or 6-membered ring, still more preferably a 
6-membered ring, further more preferably a 6-membered aromatic ring, and particularly preferably a benzene ring or 
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a pyridine ring). 

[0051] When there are plural R, they may be the same or may be different from each other. 

[0052] Among the compounds represented by the general formula (A-l), the compound represented by the following 

general formula (A-lll) is still more preferable. 



General formula (A-III) 

10 R A 



15 




[0053] L A and n A in the general formula (A-lll) each have the same meaning as those in the general formula (A-l), 
and a preferred embodiment thereof is also the same. X A23 and X A24 in the genera! formula (A-lll) each have the same 
meaning as those in the general formula (A-ll), and a preferred embodiment thereof is also the same. 
[0054] R A represents a hydrogen atom or a substituent. As the substituent represented by R A , for example, any of 
the examples of the substituent of L 1 in the general formula (I) can be applied. R A is preferably a hydrogen atom or an 
aliphatic hydrocarbon group, more preferably a hydrogen atom or an alkyl group, still more preferably a hydrogen atom 
or an alkyl group having 1 to 16 carbon atoms, particularly preferably a hydrogen atom or an alkyl group having 1 to 
6 carbon atoms, and most preferably a hydrogen atom or a methyl group. 

[0055] Among the compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A-IV) is still more preferable. 



30 General formula (A- IV) 
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[0056] L A and n A in the general formula (A-IV) each have the same meaning as those in the general formula (A-l), 
and a preferred embodiment thereof is also the same. R A in the general formula (A-IV) has the same meaning as that 
in the general formula (A-lll), and a preferred embodiment thereof is also the same. Q A4 represents a group of atoms 
for forming an aromatic hydrocarbon ring or an aromatic hetero ring. Examples of the aromatic ring formed by Q M 
include a benzene ring, a pyridine ring, a pyrimidine ring, a pyridazine ring, and atriazine ring, and preferably a benzene 
ring and a pyridine ring. 

[0057] Among the compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A-V) is still more preferable. 
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General formula (A-V) 




[0058] L A and n A in the general formula (A-V) each have the same meaning as those in the general formula (A-l), 
and a preferred embodiment thereof is also the same. R A in the general formula (A-V) has the same meaning as that 
in the general formula (A-lil) t and a preferred embodiment thereof is also the same. X A51 represents a nitrogen atom 
or C-R x (R x represents a hydrogen atom or a substituent) , As the substituent represented by R x , for example, any of 
the examples of L 1 in the general formula (I) can be applied. R x is preferably a hydrogen atom, an aliphatic hydrocarbon 
group, and a halogen atom, more preferably a hydrogen atom, an alkyl group (preferably having from 1 to 1 6 carbon 
atoms, more preferably having from 1 to 12 carbon atoms, and still more preferably having from 1 to 6 carbon atoms), 
and an aryl group (preferably having from 6 to 20 carbon atoms, more preferably having from 6 to 16 carbon atoms! 
and still more preferably having from 6 to 12 carbon atoms) , still more preferably a hydrogen atom and an alkyl group' 
and particularly preferably a hydrogen atom. 

[0059] X A51 is preferably a nitrogen atom or CH, and particularly preferably CH. 

[0060] R A 51 represents a substituent. As the substituent represented by R A 51, for example, any of the examples of 
L 1 in the general formula (I) can be applied. R^ 1 is preferably an aliphatic hydrocarbon group (preferably having from 
1 to 20 carbon atoms, more preferably having from 1 to 16 carbon atoms, and still more preferably having from 1 to 
12 carbon atoms), an aryl group (preferably having from 6 to 20 carbon atoms, more preferably having from 6 to 16 
carbon atoms, and still more preferably having from 6 to 12 carbon atoms), a halogen atom, and a cyano group, more 
preferably an alkyl group (preferably having from 1 to 16 carbon atoms, more preferably having from 1 to 12 carbon 
atoms, and still more preferably having from 1 to 6 carbon atoms) , and an aryl group (preferably having from 6 to 20 
carbon atoms, more preferably having from 6 to 1 6 carbon atoms, and still more preferably having from 6 to 1 2 carbon 
atoms) , and still more preferably an alkyl group. 

[0061] n A51 represents an integer of 0 to 3, preferably 0 to 2, more preferably 0 or 1 , and particularly preferably 0. 
[0062] Among the compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A) is still more preferable. An azole compound represented by the general formula (A) is particularly 
preferably used as an organic material which constitutes a layer adjacent to the light emitting layer. 
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General formula (A) 




[0063J R A V and R*3 j n the general formula (A) each have the same meaning as R A in the general formula (A-l II) 
and a preferred cmbod.ment thereof is also the same. That is, RAi , RA2 and R A3 are eacn preferably a hydrogen atom 
or an al.phat.c hydrocarbon group. R A4 , R A5 and R A * in the general formula (A) each have the same meaning as RA51 
in the general formula (A-V), that is, each represent a substituent, and a preferred embodiment thereof is also the 
same, n*" n*? an d n*3 in the general formula (A) each have the same meaning as n*5i j n the general formula (A-V) 
that is eacn represent an integer of 0 to 3, and a preferred embodiment thereof is also the same. 
[0064] X*i X*2 and XA3 in the general formula (A) each have the same meaning as XA51 in the general formula (A- 
V), that is. each represent a nitrogen atom or C-RX (RX represents a hydrogen atom or a substituent), and a preferred 
embodiment thereof is also the same. 

[0065] Y A1 . YA2 and Y A3 in the general formula (A) each represent a nitrogen atom or C-R YX (RY* represents a 
hydrogen atom or a substituent) . As the substituent represented by RYX, for example, any of the examples of the 
substituent of L 1 in the general formula (I) can be applied. RYX is preferably a hydrogen atom, an alkyl group (preferably 
having from 1 to 16 carbon atoms, more preferably having from 1 to 12 carbon atoms, and still more preferably having 
from 1 to 6 carbon atoms), and an ary! group (preferably having from 6 to 16 carbon atoms, more preferably having 
from 6 to 12 carbon atoms, and still more preferably having from 6 to 10 carbon atoms) , more preferably a hydrogen 
atom, a methyl group, and a phenyl group, and particularly preferably a hydrogen atom. 
[0066] It is preferable that Y*1, Y A2 and Y A3 are all nitrogen atoms or CH. 

[0067] Among the compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A-a) is particularly preferable. 
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General formula (A-a) 
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[0068] R A1 . R« and R A3 in the general formula (A-a) each have the same meaning as that of R A in the general 
formula (A-lll), and a preferred embodiment thereof is also the same. R A4 , R A5 and R A6 in the general formula (A-a) 
each have the same meaning as that of R A 51 in the general formula (A-V), and a preferred embodiment thereof is also 
25 the same. n A1 , n^ and n A3 in the general formula (A-a) each have the same meaning as that of n A51 in the general 
formula (A-V), and a preferred embodiment thereof is also the same. Y A1 , and Y A3 in the general formula (A-a) 
each have the same meaning as those in the general formula (A), and a preferred embodiment thereof is also the same. 
[0069] Among the compounds represented by the general formula (A-l), the compound represented by the following 
general formula (A-b) or (A-c) is preferred. 

30 
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[0070] R A1 , R A2 and R A3 in the general formulae (A-b) and (A-c) each have the same meaning as R A in the general 
formula (A-lll), and a preferred embodiment is also the same. 

[0071] Next, the compound represented by the general formula (B-l) will be described. L B in the general formula (B- 
20 |) represents a bivalent or more coupling group. As the coupling group represented by L B , any of the examples of the 
coupling group L 1 in the general formula (I) can be applied. L B is preferably a bivalent or more aromatic hydrocarbon 
ring and a bivalent or more aromatic hetero ring, and more preferably 1 ,3,5-benzenetriyi group and 2,4,6-triazinetriyl 
group. 

[0072] Q B in the general formula (B-l) represents atoms necessary for forming an aromatic hetero ring by bonding 
25 with C. The aromatic hetero ring formed by Q B is preferably a 5- to 8-membered aromatic hetero ring, more preferably 
a 5- to 6-membered aromatic hetero ring, and particularly preferably a 5- to 6-membered nitrogen-containing aromatic 
hetero ring. 

[0073] Examples of the aromatic hetero ring formed by Q B include an imidazole ring, an oxazole ring, a thiazole ring, 
a selenazole ring, a tellurazole ring, a triazole ring, a tetrazole ring, an oxadiazole ring, a thiadiazole ring, an oxatriazole 

30 ring, a thiatriazole ring, a pyrimidine ring, a pyridazine ring, a pyrazine ring, a triazine ring, and a tetrazine ring, preferably 
an imidazole ring, an oxazole ring, a thiazole ring, and a triazine ring, more preferably an imidazole ring, an oxazole 
ring, and a triazine ring, and still more preferably an imidazole ring and a triazine ring. The aromatic hetero ring formed 
by Q B may also form a condensed ring with other ring, or may have a substituent. As the substituent, for example, any 
of the examples of the substituent of the group represented by L 1 in the general formula (I). The substituent of Q B is 

35 preferably an alkyl group, an aryl group, an amino group, an alkoxy group, an aryloxy group, an acyl group, an alkox- 
ycarbonyl group, an aryloxycarbonyl group, an acyloxy group, an acylamino group, a sulfonylamino group, a sulfamoyl 
group, a carbamoyl group, an alkylthio group ; an arylthio group, a sulfonyl group, a halogen atom, a cyano group : and 
a heterocyclic group, more preferably an alkyl group, an aryl group, an alkoxy group, an aryloxy group, a halogen atom, 
a cyano group, and a heterocyclic group, still more preferably an alkyl group, an aryl group, an alkoxy group, an aryloxy 

40 group, and an aromatic heterocyclic group, and particularly preferably an alkyl group, an aryl group, an alkoxy group, 
and an aromatic heterocyclic group. 

[0074] n B in the general formula represents an integer of 2 or more, preferably 2 to 8, more preferably 2 to 6, still 
more preferably 2 to 4, particularly preferably 2 to 3, and most preferably 3. 

[0075] Among the compounds represented by the general formula (B-l), the compound represented by the following 
45 general formula {B-l I) is still more preferable. 
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[0076] L B in the general formula (B-ll) has the same meaning as L B in the general formula (B-l), and a preferred 
embodiment thereof is also the same, X B2 in the general formula (B-ll) represents -0-, -S- or =N-R B2 . R B2 represents 
a hydrogen atom, an aliphatic hydrocarbon group, an aromatic hydrocarbon group, and an aromatic heterocyclic group. 
The aliphatic hydrocarbon group represented by R B2 is a normal chain, branching, or cyclic alkyl group (preferably 
having from 1 to 20 carbon atoms, more preferably having from 1 to 12 carbon atoms, and particularly preferably having 
from 1 to 8 carbon atoms, such as methyl, ethyl, isopropyl, tert-butyl, n-octyl, n-decyl, n-hexadecyl. cyclopropyl. cy- 
clopentyl, and cyclohexyl) : an alkenyl group (preferably having from 2 to 20 carbon atoms : more preferably having 
from 2 to 12 carbon atoms, and particularly preferably having from 2 to 8 carbon atoms, such as vinyl, allyl, 2-butenyl, 
and 3-pentenyl), an alkynyl group (preferably having from 2 to 20 carbon atoms, more preferably having from 2 to 12 
carbon atoms, and particularly preferably having from 2 to 8 carbon atoms, such as propargyl and 3-penthynyl), and 
more preferably an alkyl group. 

[0077] The aryl group represented by R B2 is a monocyclic or condensed-ring aryl group, that is, an aryl group pref- 
erably having from 6 to 30 carbon atoms, more preferably having from 6 to 20 carbon atoms, and still more preferably 
having from 6 to 1 2 carbon atoms. Examples of the aryl group include phenyl, 2-methylphenyl, 3-methylphenyl, 4-meth- 
ylphenyl, 2-methoxyphenyl, 3-trifluoromethylphenyl, pentafluorophenyl, 1-naphthyl, and 2-naphthyl. 
[0078] The heterocyclic group represented by R B2 is a monocyclic or condensed-ring heterocyclic group (preferably 
having from 1 to 20 carbon atoms, more preferably having form 1 to 12 carbon atoms, and still more preferably having 
from 2 to 10 carbon atoms), preferably an aromatic heterocyclic group including at least one of a nitrogen atom, an 
oxygen atom, a sulfur atom, and selenium atom. Specific examples of the heterocyclic group represented by R B2 
include pyrrolidine, piperidine, piperazine, morpholine, thiophene, selenophene, furan, pyrrole, imidazole, pyrazole, 
pyridine, pyrazine, pyridazine, pyrimidine, triazole, triazine, indole, indazole, purine, thiazoline, thiazole, thiadiazole, 
oxazoline, oxazole, oxadiazole, quinoline, isoquinoline, phthalazine, naphthylidine, quinoxaline. quinazoline, cinnoline, 
pteridine, acridine, phenanthroline, phenazine, tetrazole, benzimidazole, benzoxazole, benzothiazole, benzotriazole, 
tetrazaindene, carbazole, and azepin, preferably furan, thiophene, pyridine, pyrazine, pyrimidine, pyridazine, triazine, 
quinoline, phthalazine, naphthylidine, quinoxaline, and quinazoline, more preferably furan, thiophene, pyridine, and 
quinoline, and still more preferably quinoline. 

[0079] The aliphatic hydrocarbon group, aryl group, and heterocyclic group represented by R B2 each may have a 
substituent. As the substituent, any of the examples of the substituent of the group represented by L 1 in the general 
formula (I) can be applied, and a preferred substituent is also the same. R B2 is preferably an alkyl group, an aryl group, 
and an aromatic heterocyclic group, more preferably an aryl group and an aromatic heterocyclic group, and still more 
preferably an aryl group. X B2 is preferably -O- or =N-R B2 more preferably =N-R B2 , and particularly preferably N-Ar 82 
(Ar 82 is an aryl group (preferably having from 6 to 30 carbon atoms, more preferably from 6 to 20 carbon atoms, and 
still more preferably 6 to 12 carbon atoms) and an aromatic heterocyclic group (preferably having from 1 to 20 carbon 
atoms, more preferably having from 1 to 1 2 carbon atoms, and still more preferably having from 2 to 1 0 carbon atoms)), 
35 and preferably an aryl group). 

[0080] Z 82 represents a group of atoms necessary for forming the aromatic ring. The aromatic ring formed by Z B2 
may be any one of the aromatic hydrocarbon ring and the aromatic hetero ring. Examples of the aromatic ring includes 
a benzene ring, a pyridine ring, a pyrazine ring, a pyrimidine ring, a pyridazine ring, a triazine ring, a pyrrole ring, a 
furan ring, a thiophene ring, a selenophene ring, tellurophene ring, an imidazole ring, a thiazole ring, a selenazole ring, 
a tellurazole ring, a thiadiazole ring, an oxadiazole ring, and a pyrazole ring, preferably a benzene ring, a pyridine ring, 
a pyrazine ring, a pyrimidine ring, and a pyridazine ring, more preferably a benzene ring, a pyridine ring, and a pyrazine 
ring, still more preferably a benzene ring and a pyridine ring, and particularly preferably a pyridine ring. 
[0081] The aromatic ring formed by Z 82 may also form a condensed ring with other ring, or may have a substituent. 
As the substituent, for example, any of the examples of the substituent of the group represented by L 1 in the general 
formula (I) can be applied. The substituent of the aromatic ring formed by Z B2 is preferably an alkyl group, an alkenyl 
group, an alkynyl group, an aryl group, an amino group, an alkoxy group, an aryloxy group, an acyl group, an alkoxy- 
carbonyl group, an aryloxycarbonyl group, an acyloxy group, an acylamino group, an alkoxycarbonylamino group, an 
aryloxycarbonylamino group, a sulfonylamino group, a sulfamoyl group, a carbamoyl group, an alkylthio group, an 
arylthio group, a sulfonyl group, a halogen atom, a cyano group, and a heterocyclic group, more preferably an alkyl 
group, an aryl group, an alkoxy group, an aryloxy group, a halogen atom, a cyano group, and a heterocyclic group, 
still more preferably an alkyl group, an aryl group, an alkoxy group, an aryloxy group, and an aromatic heterocyclic 
group, and particularly preferably an alkyl group, an aryl group, an alkoxy group, and an aromatic heterocyclic group. 
[0082] Among the compounds represented by the general formula (B-ll), the compound represented by the following 
general formula (B-l If) is still more preferable. 
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General formula (B-III) 
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[0083] L B in the general formula (B-III) has the same meaning as that in the general formula (B-l), and a preferred 
embodiment thereof is also the same. X B3 and n 83 in the general formula (B-III) respectively have the same meanings 
as X B2 and n B2 in the general formula (B-l I), and a preferred embodiment thereof is also the same. Z B3 represents a 
J 5 group of atoms necessary for forming the aromatic hetero ring. The aromatic hetero ring formed by Z 83 is preferably 
a 5-or 6-membered aromatic hetero ring, more preferably a 5-or 6-membered nitrogen-containing aromatic hetero ring, 
and still more preferably a 6-membered nitrogen-containing aromatic hetero ring. 

[0084] Examples of the aromatic hetero ring formed by Z B3 include furan, thiophene, pyran, pyrrole, imidazole, pyra- 
zole, pyridine, pyrazine, pyrimidine, pyridazine, triazine, thiazole, oxazole, isothiazole, isoxazole, thiadiazole, oxadia- 
20 zole, triazole, selenazole, and tellurazole, preferably pyridine, pyrazine, pyrimidine, and pyridazine, more preferably 
pyridine and pyrazine, and still more preferably pyridine. 

[0085] The aromatic hetero ring formed by Z 83 may also form a condensed ring with other ring, or may have a 
substituent. As the substituent, any of the examples of the substituents of the group represented by L 1 in the general 
formula (I) can be applied, and a preferred embodiment thereof is also the same. 
25 [0086] Among the compounds represented by the general formula (B-II), the compound represented by the following 
general formula (B-IV) is still more preferable. 



[0087] L B in the general formula (B-IV) has the same meaning as that in the general formula (B-l), and a preferred 
embodiment thereof is also the same. X 64 and n 84 in the general formula (B-IV) respectively have the same meanings 
40 as X B2 and n B2 in the general formula (B-tl), and a preferred embodiment thereof is also the same. Z B4 represents a 
group of atoms required for forming a nitrogen-containing aromatic hetero ring. The nitrogen-containing aromatic hetero 
ring formed by Z B4 is preferably a 5- or 6-membered nitrogen-containing aromatic hetero ring, and more preferably a 
6-membered nitrogen-containing aromatic hetero ring. 

[0088] Examples of the nitrogen-containing aromatic hetero ring formed by Z 84 include pyrrole, imidazole, pyrazole, 
^5 pyridine, pyrazine, pyrimidine, pyridazine, triazine, thiazole, oxazole, isothiazole, isoxazole, thiadiazole, oxadiazole, 
triazole, selenazole, and tellurazole, preferably pyridine, pyrazine, pyrimidine, and pyridazine, more preferably pyridine 
and pyrazine, and still more preferably pyridine. 

[0089] The aromatic hetero ring formed by Z 84 may also form a condensed ring with other ring, or may have a 
substituent. As the substituent, any of the examples of the substituents of the group represented by L 1 in the general 
so formula (I) can be applied, and a preferred embodiment thereof is also the same. 

[0090] Among the compound represented by the general formula (B-ll), the compound represented by the following 
general formula (B-V) is still more preferable. 
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General formula (B-V) 




[0091] L B in the general formula (B-V) has the same meaning as that in the general formula (B-l), and a preferred 
embodiment thereof is also the same. X 85 and n 55 in the general formula (B-V) respectively have the same meanings 
as X B2 and n B2 in the general formula (B-ll), and a preferred embodiment thereof is also the same. Z B5 represents a 
group of atoms necessary for forming the 6-membered nitrogen-containing aromatic hetero ring. 
[0092] Examples of the 6-membered nitrogen-containing aromatic hetero ring formed by Z B5 include pyridine, pyra- 
zine, pyrimidine, pyridazine ; and triazine, preferably pyridine, pyrazine, pyrimidine, and pyridazine, more preferably 
pyridine and pyrazine, and still more preferably pyridine. 

[0093] The 6-membered nitrogen-containing aromatic hetero ring formed by 2 B5 may also form a condensed ring 
with other ring, or may have a substituent. As the substituent, any of the examples of the substituents of the group 
represented by L 1 in the general formula (I) can be applied, and a preferred embodiment thereof is also the same. 
[0094] Among the compounds represented by the general formula (B-ll), the compound represented by the following 
general formula (B-VI) is still more preferable. 



General formula (B-VI) 




[0095] L B in the general formula (B-VI) has the same meaning as that in the general formula (B-l), and a preferred 
embodiment thereof is also the same. X B6 and n B6 in the general formula (B-VI) respectively have the same meanings 
as X B2 and n B2 in the general formula (B-ll), and a preferred embodiment thereof is also the same. Z B6 in the general 
formula (B-VI)has the same meaning as Z B5 in the general formula (B-V), and a preferred embodiment thereof is also 
the same. R B 6 in the general formula (B-VI) has the same meaning as R B2 in the general formula (B-ll), and a preferred 
embodiment thereof is also the same. 

[0096] Among the compound represented by the general formula (B-ll), the compound represented by the following 
general formula (V-VII) is still more preferable. 
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[0097] R B71 , R B72 , and R B73 in the general formula (B-VII) each have the same meaning as R B2 in the general formula 
(B-ll), and a preferred embodiment thereof is also the same. Z B71 , Z B72 , and Z B73 in the general formula (B-VII) each 

25 have the same meaning as Z B5 in the general formula (B-V), and a preferred embodiment thereof is also the same. 
I_B71 ( |_B72 j anc | lB73 j n the general formula (B-VII) each represent a coupling group, and may be each any of the 
examples of L 1 in the general formula (I). L 871 , L B72 , and L B73 in the general formula (B-VII) are each a coupling group 
comprised of, preferably single bond, bivalent aromatic hydrocarbon ring group, bivalent aromatic heterocyclic group, 
and a combination thereof, and more preferably single bond. L B71 , L B72 , and L B73 may each have a substituent. As 

30 the substituent, any of substituents of the group represented by L 1 in the general formula (I), and a preferred embod- 
iment thereof is also the same. 

[0098] Y in the general formula (B-VII) represents a nitrogen atom, 1,3,5-benzenetriyl group, or 2,4,6-triaztnetriyl 
group. 1,3,5-benzenetriyl group may have a substituent at the position of 2,4,6. As the substituent, for example, an 
alkyl group, an aromatic hydrocarbon ring group, and a halogen atom can be applied. 
35 [0099] Among the compounds represented by the general formula (B-ll), the compound represented by the following 
general formula (B-VIII) is particularly preferable. 



General formula (B-VIII) 
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[0100] R B81 , R B82 : and R B83 in the general formula (B-VIII) each have the same meaning as R B2 in the general 
formula (B-ll), and a preferred embodiment thereof is also the same. Z B81 , Z BB2 , and Z B83 in the general formula (B-VIII) 
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each have the same meaning as Z B5 in the general formula (B-V), and a preferred embodiment thereof is also the same. 
[0101] Among the compounds represented by the general formula (B-ll), the compound represented by the following 
general formula (B-IX) is most preferable. 



[01 02] R B91 , RB92 } anc j RB93 j n tne general formula (B-IX) each have the same meaning as R B2 in the general formula 
(B-ll) , and a preferred embodiment thereof is also the same. R B94 : R B95 , and R B96 in the general formula (B-IX) each 
represent a substituent. As the substituent, any of substituents of the group represented by L 1 in the general formula 
(I) can be applied, and a preferred embodiment thereof is also the same. Further, if possible, the substituents may be 
coupled to form a ring. p1 , p2, and p3 in the general formula (B-IX) each represent an integer of 0 to 3, preferably 0 
to 2, more preferably 0 or 1 , and still more preferably 0. 

[0103] Next, the compound represented by the general formula (C-l) will be described. Q C1 represents an aromatic 
hydrocarbon ring or an aromatic hetero ring. Examples of the aromatic hydrocarbon ring represented by Q C1 are a 
benzene ring and a naphthalene ring. Examples of the aromatic hetero ring represented by Q C1 are a pyridine ring, a 
pyraztne ring, a pyrimidine ring, a pyridazine ring, a triazine ring, an oxazole ring, a thiazole ring, an imidazole ring, an 
oxadiazole ring, a thiadiazole ring, a triazole ring, a tetrazole ring, a furan ring, a thiophene ring, and pyrrole ring. Q C1 
is preferably a benzene ring, a pyridine, ring, a pyrazine ring, a triazine ring, a thiadiazole ring, and an oxadiazole ring, 
more preferably a benzene ring, a pyridine ring, a triazine ring, and a thiadiazole ring, and still more preferably a 
benzene ring and a triazine ring. The aromatic hydrocarbon ring or aromatic hetero ring represented by Q C1 may be 
condensed with other ring, or may have a substituent. As the substituent, any of substituents of the group represented 
by L 1 in the general formula (I) can be applied, and a preferred embodiment thereof is also the same. 
[0104] R C1 represents a hydrogen atom or an aliphatic hydrocarbon group. R C1 is preferably an aliphatic hydrocarbon 
group, and more preferably an alkyl group and an alkenyl group. n c represents an integer of 2 to 4, preferably 3 or 4, 
and more preferably 4. At this time, if n c is 2, Q C1 of the same kind may be bonded to Si, or Q C1 of different two kinds 
may be bonded to Si. 

[01 05] Among the compounds represented by the general formula (C-l), the compound represented by the following 
general formula (C-l I) is more preferable. 



General formula (B-IX) 
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General formula (C-II) 

Q C2 < 

| 

Q C23 

[0106] Q C21 ; Q C22 Q C23 and Q C24 in the general formula (C-II) each have the same meaning as Q C1 in the general 
formula (C-l), and a preferred embodiment thereof is also the same. Q C21 , Q C22 , Q C23 , and Q C24 in the general formula 

*5 (C-II) may be the same or may be different from one another. 

[0107] Next, the compound represented by the general formula (D-l) will be described. Q D1 represents an aromatic 
hydrocarbon ring or an aromatic hetero ring. An example of the aromatic hydrocarbon ring represented by Q D1 is a 
benzene ring. Examples of the aromatic hetero ring represented by Q D1 are a pyridine ring, a pyrazine ring, a pyrimidine 
ring, a pyridazine ring, atriazine ring, an oxazole ring, athiazole ring, an imidazole ring, an oxadiazole ring, a thiadiazole 

20 ring, a triazole ring, a tetrazole ring, a furan ring, a thiophene ring, and pyrrole ring. Q D1 is preferably a benzene ring, 
a pyridine, ring, a pyrazine ring, a triazine ring, a thiadiazole ring, and an oxadiazole ring, more preferably a benzene 
ring, a pyridine ring, a triazine ring, and a thiadiazole ring, and still more preferably a benzene ring and a triazine ring. 
The aromatic hydrocarbon ring or aromatic hetero ring represented by Q D1 may be condensed with other ring, or may 
have a substituent. As the substituent, any of substituents of the group represented by L 1 in the general formula (I) 

25 can be applied, and a preferred embodiment thereof is also the same. 

[0108] R D1 represents a hydrogen atom or an aliphatic hydrocarbon group. R D1 is preferably an aliphatic hydrocarbon 
group, and more preferably an alky I group and an alkenyl group. n D represents an integer of 2 to 4, preferably 3 or 4, 
and more preferably 4. At this time, if n D is 2, Q D1 of the same kind may be bonded to C, or QD1 0 f the different two 
kinds may be bonded to C. 

30 [0109] Among the compounds represented by the general formula (D-l), the compound represented by the following 
general formula (D-ll) is more preferable. 



5 
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35 General formula (D-II) 

Q D21 

Q D24 -C-Q D22 
Q D23 

[0110] Q D21 , Q D22 , Q D23 , and Q D24 in the general formula (D-ll) each have the same meaning as Q D1 in the general 
^5 formula (D-l), and a preferred embodiment thereof is also the same. Q D21 . Q D22 Q D23 , and Q D24 in the general formula 
(D-ll) may be the same or may be different from one another. 

[0111] The host material used in the present invention and the organic material contained in the layer which is dis- 
posed adjacent to the light emitting layer each may be a polymer (having a weight average molecular weight of pref- 
erably 1 000 to 5000000, more preferably 2000 to 2000000, and still more preferably 1 0000 to 1 000000) with a skeleton 

50 represented by the general formula (I) or the general formula (II) being connected to a polymer main chain, or a polymer 
(having a weight average molecular weight of preferably 1 000 to 5000000, more preferably 2000 to 2000000, and still 
more preferably 1 0000 to 1000000) having, as the main chain, a skeleton represented by the general formula (I) or 
the general formula (II). The polymer may be a homopolymer or a copolymer having other skeleton connected thereto. 
The copolymer may be a random copolymer or a block copolymer. The host material used in the present invention and 

55 the organic material contained in the layer which is disposed adjacent to the light emitting layer are each preferably a 
low molecular weight compound or a polymer with the skeleton represented by the general formula (I) or the general 
formula (II) being connected to a polymer main chain, and more preferably a low molecular weight compound. The 
host material used in the present invention and the organic material contained in the layer which is disposed adjacent 
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to the light emitting layer may be compounds in which the skeleton represented by the general formula (I) or the general 
formula (II) is connected to a metal to form a complex. 

[0112] Specific examples of the compound represented by the general formula (I) or the general formula (II) are 
described below, but the present invention is not limited to the same. Exemplified compounds A-1 to A-33 are specific 
examples of the general formula (A-1), exemplified compounds B-1 to B-62 are specific examples of the general formula 
(B-l), exemplified compounds C-1 to C-72 are specif ic examples of the general formula (C-l), exemplified compounds 
D-1 to D-75 are specific examples of the general formula (D-l) : and exemplified compounds E-1 to E-5 are other specific 
examples. 
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(converted into polystyrene) 
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(converted into polystyrene) (converted into polystyrene) 
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Weight average molecular weight: 12100 
(converted into polystyrene) 
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[0113] Next, synthesis examples of the exemplified compounds will be described. 
Synthesis Example 1 : synthesis of exemplified compound A-7 

30 

[0114] 3.1 7 g (8.0 mmol) of 1 ,3.5-tris(2-aminophenylamino)benzene was dissolved in 50 ml of dimethylacetoamide, 
and 5 ml (36 mmol) of triethylamine was added thereto under an atmosphere of nitrogen. After cooling to the temperatur 
of 0°C or lower, 2.0 ml (26.4 mmol) of acetylchloride was gently dropped into the mixture so as to maintain the tem- 
perature of 0°C or lower. About one hour after the dropping was completed, the temperature was maintained at 0°C 

35 or lower, and the temperature was gradually raised and the resulting product was stirred for 5 hours. A reaction solution 
was poured into 300 ml of water and a solid matter thus deposited was filtered out and washed with water. The obtained 
solid matter, 1 g of p-toluene sulfonic acid monohydrate, and 100 ml of xylene were heat-refluxed for about 10 hours. 
The solvent was removed under a reduced pressure, and thereafter, a condensate thus obtained was purified with 
silica gel column chromatography (eluent: chloroform/methanol = 100/1 (vol/vol)), and then recrystallized with ethyla- 

40 cetate, thereby obtaining 0.24 g of the exemplified compound A-7 (0.51 mmol) (yield: 6.4%). 

Synthesis Example 2: synthesis of exemplified compound A-19 

[0115] 3.69 g (20 mmol) of cyanuric chloride : 8.72 g (66 mmol) of 2-methylbenzimidazole, 41.6 g (180 mmol) of 
45 rubidium carbonate, 0.135 g (0.6 mmol) of palladium acetate, 0.44 ml (1 ,8 mmol) of tri-tert-butylphosphine, and 70 ml 
of o-xylene were mixed and heated under an atmosphere of nitrogen at 120°C for 6 hours. After cooling to room 
temperature, a solid matter was filtered out, and washed with chloroform. An organic layer thus formed was washed 
with water, and thereafter, dried with magnesium sulfuric anhydride, and the solvent was removed under a reduced 
pressure. The condensate was purified with silica gel column chromatography (eluent: chloroform/methanol = 100/1 
so (vol/vol)), and thereafter, recrystallized with ethyl acetate to obtain 2.5 g (5.32 mmol) of the exemplified compound A- 
19 (yield: 27%). 

[01 1 6] The aforementioned light emitting material contains at least one compound having a light emission maximum 
wavelength from an exciton in the blue region. The light emission in the blue region is derived from a transition from 
the minimum exciton triplet energy (T^ to the ground state. 
55 [0117] In the light emitting element, a material having a high phosphorescence quantum yield is preferably used as 
the light emitting material. Specifically, a light emitting material having a phosphorescence quantum yield of 70% or 
more at 20°C and a phosphorescence emission maximum wavelength Ajnax of 500 nm or less is preferable. A light 
emitting material having a phosphorescence quantum yield of 80% or more at 20°C and a phosphorescence emission 
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maximum wavelength Xmax of 490 nm or less is more preferable. A light emitting material having a phosphorescence 
quantum yield of 85% or more at 20°C and a phosphorescence emission maximum wavelength Xmax of 480 nm or 
less is still further preferable. 

[0118] The above-described light emitting material is a compound contained in a light emitting layer of the light 
5 emitting element, or in organic compound layers including the light emitting layer which compound itself emits light. 
A transition metal complex is preferable as the light emitting material, and an orthometaiated complex is more prefer- 
able. Among these complexes, iridium complexes, osmium complexes and platinum complexes are preferable in the 
point that these complexes have a high phosphorescence quantum yield and further improve the external quantum 
efficiency of the light emitting element. Iridium complexes and platinum complexes are more preferable, orthometaiated 
10 iridium complexes are still more preferable, and a compound having a partial structure represented by general formula 
K-0 (described later) is particularly preferable. Examples of preferred transition metal complexes include compounds 
described in Japanese Patent Application Nos. 11-370353, 2000-287177, 2000-28178, 2000-299495, 2000-398907, 
2001 -33684, and 2001 -45476, 

[01 1 9] The orthometaiated complex referred to herein is a generic designation of the group of compounds described 
is in Akio Yamamoto, Yuki Kinzoku Kagaku, Kiso to Oyd ("Organic Metal Chemistry, Fundamentals and Applications", 
Sh6kab6 ; 1982), pp. 150 and 232, and in H. Yersin, Photochemistry and Photophysics of Coordination Compounds 
(New York: Springer- Verlag, 1987), pp. 71-77 and pp. 135-146. 

[0120] The light emitting element preferably contains, as the light emitting material, the compound having the partial 
structure represented by the following general formula K-0 (hereinafter, sometimes referred to as "iridium compound"). 
20 Among indium compounds, a compound having a phosphorescence quantum yield and a phosphorescence emission 
maximum wavelength Xmax that are within the ranges described above is preferred. The general formula K-0 will be 
described n detail below. 

[0121] The light emitting material in the present invention functions in the state of being contained in the light emitting 
layer of the Itgnt emitting clement or in a plurality of organic compound layers including the light emitting layer. 

25 

General formula K-0 



30 
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45 [01 22] In the general formula K-0, R 1 to R 7 each independently represents a hydrogen atom or a substituent, provided 
that, if R 2 is a fluorine atom, R 3 shall not be a hydrogen atom. Examples of the substituent include groups, which will 
be described later for R 11 in the general formula K-0. R 1 in the general formula K-0 is preferably a hydrogen atom, an 
alkyl group ; an aryl group or a heteroaryl group, and more preferably a hydrogen atom. R 2 in the general formula K-0 
is preferably a hydrogen atom, an alkyl group, an aryl group, a heteroaryl group or a fluorine atom, and more preferably 

so a hydrogen atom : fluorine atom, or alkyl group. R 3 in the general formula K-0 is preferably a hydrogen atom, an alkyl 
group, an aryl group, a heteroaryl group or a fluorine atom, more preferably a hydrogen atom or a fluorine atom, and 
further preferably a fluorine atom. 

[0123] R 5 in the general formula K-0 is preferably a hydrogen atom, an alkyl group, a substituted or unsubstituted 
amino group or an alkoxy group, more preferably a hydrogen atom, alkyl group, or an alkoxy group, and further pref- 
55 erably a hydrogen atom. R 4 , R 6 , and R 7 are each preferably a hydrogen atom or an alkyl group, and more preferably 
a hydrogen atom. 

[0124] In the general formula K-0, the valence of the iridium atom in the iridium compound is not particularly limited, 
and is preferably trivalent. The iridium compound may be a so-called single nucleus complex containing one iridium 
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atom and may also be a so-called muttinuclei complex containing two or more iridium atoms. Among these, a single 
nucleus complex containing one iridium atom is preferred. The iridium compound may contain a metallic atom other 
than iridium, and a compound containing a central metal being only an iridium atom is preferred. 
[0125] The iridium compound may have various kinds of ligands in the structure thereof. Examples of the ligand 

5 include ligands disclosed in H. Yersin, Photochemistry and Photophysics of Coordination Compounds (New York: 
Springer-Verlag, 1 987) and in Akio Yamamoto, Yuki Kinzoku Kagaku, Kiso to 6yd ("Organic Metal Chemistry, Funda- 
mentals and Applications", Shokabo, 1 982). The ligand may be either a unidentate ligand or a bidentate ligand. As the 
ligand, a halogen ligand (preferably a chlorine ligand), a nitrogen-containing heterocyclic ligand (such as phenylpyri- 
dine, benzoquinoline, quinolinole, bipyridyl and phenanthroline), a diketone ligand and a carboxylic acid ligand are 

10 preferred, and a diketone ligand (such as acetylacetone) is more preferred. The ligand contained in the iridium com- 
pound may be of one kind or two or more kinds. The ligand contained in the iridium compound is preferably of one or 
two kinds, and particularly of one kind. The iridium compound may be either a neutral complex having no electric charge 
or an anionic complex having a counter salt (such as a chloride ion, a PF 6 ion and a CI0 4 ion). Among these, a neutral 
complex is preferred. 

'5 [01 26] The number of carbon atoms contained in the iridium compound is preferably from 1 5 to 1 00, more preferably 
from 20 to 70, and further preferably from 30 to 60. 

[0127] The compound having the partial structure represented by the general formula K-0 is preferably a compound 
having a partial structure represented by the general formula K-l, or a compound having a partial structure represented 
by the general formula K-IM, and more preferably a compound having a partial structure represented by the general 
20 formula K-lll. The compound having the partial structure represented by the general formula K-l is preferably an iridium 
complex represented by the general formula K-l J, and more preferably an iridium complex represented by the general 
formula K-V. The compound having the partial structure represented by the general formula K-lll is preferably an iridium 
complex represented by the general formula K-IV, and more preferably an iridium complex represented by the general 
formula K-VI. 
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General Formula K-I: 
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[0128] Next, the general formula K-l will be described. 

[0129] In the general formula K-L R 11 and R 12 each independently represents a hydrogen atom or a substituent. 
Examples of the substituent include an alkyl group (preferably having from 1 to 30 carbon atoms, more preferably 
having from 1 to 20 carbon atoms, and particularly preferably having from 1 to 1 0 carbon atoms, such as methyl, ethyl, 
5 iso-propyl, tert-butyl, n-octyl, n-decyl, n-hexadecyL cyclopropyl, cyclopentyl and cyclohexyl), an alkenyl group (prefer- 
ably having from 2 to 30 carbon atoms, more preferably having from 2 to 20 carbon atoms, and particularly preferably 
having from 2 to 10 carbon atoms : such as vinyl, allyl, 2-butenyl and 3-pentenyl), an alkynyl group (preferably having 
from 2 to 30 carbon atoms, more preferably having from 2 to 20 carbon atoms, and particularly preferably having from 
2 to 10 carbon atoms, such as propargyl and 3-pentynyl), an aryl group (preferably having from 6 to 30 carbon atoms, 
10 more preferably having from 6 to 20 carbon atoms, and particularly preferably having from 6 to 1 2 carbon atoms, such 
as phenyl, p-methylphenyl, naphthyl and anthranyl), an amino group (preferably having from 0 to 30 carbon atoms, 
more preferably having from 0 to 20 carbon atoms, and particularly preferably having from 0 to 1 0 carbon atoms, such 
as amino, methylamino, dimethylamino, diethylamino, dibenzylamino, diphenylamino and ditolylamino), an alkoxy 
group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 carbon atoms, and particularly 
is preferably having from 1 to 1 0 carbon atoms, such as methoxy, ethoxy, butoxy and 2-ethylhexyioxy), an aryloxy group 
(preferably having from 6 to 30 carbon atoms, more preferably having from 6 to 20 carbon atoms, and particularly 
preferably having from 6 to 12 carbon atoms, such as phenyloxy, 1-naphtyloxy and 2-naphthyloxy), a heteroaryloxy 
group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 carbon atoms, and particularly 
preferably having from 1 to 12 carbon atoms, such as pyridyloxy, pyradyloxy, pyrimidyloxy and quinolyloxy), an acyl 
20 group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 carbon atoms, and particularly 
preferably having from 1 to 12 carbon atoms, such as acetyl, benzoyl, formyl and pivaloyl), an alkoxycarbonyl group 
(preferably having from 2 to 30 carbon atoms, more preferably having from 2 to 20 carbon atoms, and particularly 
preferably having from 2 to 1 2 carbon atoms, such as methoxycarbonyl and ethoxycarbonyl), an aryloxycarbonyl group 
(preferably having from 7 to 30 carbon atoms, more preferably having from 7 to 20 carbon atoms, and particularly 
25 preferably having from 7 to 12 carbon atoms, such as phenyloxycarbonyl), an acyloxy group (preferably having from 
2 to 30 carbon atoms, more preferably from 2 to 20 carbon atoms, and particularly preferably having from 2 to 10 
carbon atoms, such as acetoxy and benzoyloxy), an acylamino group (preferably having from 2 to 30 carb.on atoms, 
more preferably having from 2 to 20 carbon atoms, and particularly preferably having from 2 to 1 0 carbon atoms, such 
as acetylamino and benzoylamino), an alkoxycarbonylamino group (preferably having from 2 to 30 carbon atoms, more 
30 preferably having from 2 to 20 carbon atoms, and particularly preferably having from 2 to 12 carbon atoms, such as 
methoxycarbonylamino), an aryloxycarbonylamino group (preferably having from 7 to 30 carbon atoms, more preferably 
having from 7 to 20 carbon atoms, and particularly preferably having from 7 to 12 carbon atoms, such as phenyloxy- 
carbonylamino), a sulfonylamino group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 
to 20 carbon atoms, and particularly preferably having from 1 to 1 2 carbon atoms, such as methanesulfonylamino and 
35 benzenesulfonylamino), a sulfamoyl group (preferably having from 0 to 30 carbon atoms, more preferably having from 
0 to 20 carbon atoms, and particularly preferably having from 0 to 1 2 carbon atoms, such as sulfamoyl, methylsulfamoyl, 
dimethylsulfamoyl and phenylsulfamoyl), a carbamoyl group (preferably having from 1 to 30 carbon atoms, more pref- 
erably having from 1 to 20 carbon atoms, and particularly preferably having from 1 to 12 carbon atoms, such as car- 
bamoyl, methylcarbamoyl, diethylcarbamoyl and phenylcarbamoyl), an alkylthio group (preferably having from 1 to 30 
40 carbon atoms, more preferably having from 1 to 20 carbon atoms, and particularly preferably having from 1 to 1 2 carbon 
atoms, such as methylthio and ethylthio), an arylthio group (preferably having from 6 to 30 carbon atoms, more pref- 
erably having from 6 to 20 carbon atoms, and particularly preferably having from 6 to 12 carbon atoms, such as phe- 
nylthio), a heteroarylthio group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 
carbon atoms, and particularly preferably having from 1 to 12 carbon atoms, such as pyridylthio, 2-benzimidazolylthio, 
45 2-benzoxazolylthio and 2-benzthiazolylthio), a sulfonyl group (preferably having from 1 to 30 carbon atoms, more pref- 
erably having from 1 to 20 carbon atoms, and particularly preferably having from 1 to 12 carbon atoms, such as mesyl 
and tosyl) , a sulfinyl group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 carbon 
atoms, and particularly preferably having from 1 to 12 carbon atoms, such as methanesulfinyl and benzenesulfinyl), 
an ureido group (preferably having from 1 to 30 carbon atoms, more preferably having from 1 to 20 carbon atoms ; and 
so particularly preferably having from 1 to 12 carbon atoms, such as ureido, methylureido and phenylureido), aphosphoa- 
mide group (preferably from 1 to 30 carbon atoms, more preferably from 1 to 20 carbon atoms, particularly preferably 
from 1 to 12 carbon atoms, such as diethylphosphoamide and phenylphosphoamide), a hydroxy! group, a mercapto 
group, a halogen atom (such as a fluorine atom, a chlorine atom, a bromine atom and an iodine atom), a cyano group, 
a sulfo group, a carboxyl group, a nitro group, a hydroxamic acid group, a sulfino group, a hydrazino group, an imino 
55 group, a heterocyclic group (such as an aliphatic heterocyclic group and a heteroaryl group, preferably having from 1 
to 30 carbon atoms, and more preferably having from 1 to 12 carbon atoms, examples of the hetero atom including a 
nitrogen atom, an oxygen atom and a sulfur atom, and examples of the heterocyclic group including imidazolyl, pyridyl, 
quinolyl, furyl, thienyl, piperidyl, morphorino, benzoxazolyl, benzimidazolyl, benzthiazolyl and carbazolyl), and a silyl 
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group (preferably having from 3 to 40 carbon atoms, more preferably from 3 to 30 carbon atoms, and particularly 
preferably having from 3 to 24 carbon atoms, such as trimethytsilyl and triphenylsilyl). These substituents may further 
be substituted. 

[0130] R 11 in the general formula K-l is preferably a hydrogen atom, an alkyl group, an aryl group or a heteroaryl 
group, and more preferably a hydrogen atom. 

[0131] R 12 in the general formula K-l is preferably a hydrogen atom, an alkyl group, an aryl group, a heteroaryl group 
or a fluorine atom, more preferably a hydrogen atom or a fluorine atom, and further preferably a fluorine atom. 
[0132] R 13 , R 14 , R 15 , and R 16 in the general formula K-l each independently represents a hydrogen or a substituent. 
Two or more of substituents may be combined with each other to form a cyclic structure. The substituent may be any 
group of R 11 . R 14 in the general formula K-l is preferably a hydrogen atom, an alkyl group, a substituted or unsubstituted 
amino group or an alkoxy group, more preferably a hydrogen atom, an alkyl group, or an alkoxy group, and particularly 
preferably a hydrogen atom, 

[0133] R 13 , R 15 and R 16 in the general formula K-l are each preferably a hydrogen atom or an alkyl group, and more 
preferably a hydrogen atom. 

[0134] Next, the general formula K-ll will be described. In the general formula K-ll, R 21 , R 22 , R 23 R24 R 25 ( and R 26 
each has the same meaning as R 11 , R 12 , R 13 , R 14 , R 15 , and R 16 in the general formula K-l, and a preferred embodiment 
thereof is also the same. 

[0135] L 21 in the general formula K-ll represents a ligand. Examples of the ligand include ligands disclosed in H. 
Yersin, Photochemistry and Photophysics of Coordination Compounds (Springer- Verlag, 1 987) and in Akio Yarnamoto, 
YukiKinzoku Kagaku, Kiso to 6yd ("Organic Metal Chemistry, Fundamentals and Applications", Shokabo. 1 982). As 
the ligand, a halogen ligand (preferably a chlorine ligand), a nitrogen-containing heterocyclic ligand (such as phenylpy- 
ridine, benzoquinoline, quinolinole, bipyridyl and phenanthroline), a diketone ligand, and a carboxylic acid ligand are 
preferred. A nitrogen-containing heterocyclic ligand and a diketone ligand are more preferred. 
[0136] n 2 i in the general formula K-ll represents an integer of 1 to 3, and more preferably 2 or 3. n 22 in the general 
formula K-ll represents an integer of 0 to 4, and more preferably 0 or 1 . 

[0137] Next, the general formula K-lll will be described. R 31 and R 32 in the general formula K-ll I each independently 
represents a hydrogen atom or a substituent. The substituent may be any group of R 11 in the general formula K-l. R 31 
in the general formula K-lll is preferably a hydrogen atom, an alkyl group, an aryl group, or a heteroaryl group, and 
more preferably a hydrogen atom. R 32 in the general formula K-lll is preferably a hydrogen atom, an alkyl group, an 
aryl group, a heteroaryl group, or a fluorine atom, more preferably a hydrogen atom or a fluorine atom, and further 
preferably a hydrogen atom. 

[0138] R 33 to R 36 in the general formula K-lll each independently represents a hydrogen atom or a substituent. Two 
or more of substituents may be combined with each other to form a cyclic structure. The substituent may be any group 
of R 11 in the general formula K-l. R 34 in the general formula K-lll is preferably a hydrogen atom, an alkyl group, a 
substituted or unsubstituted amino group or an alkoxy group, more preferably a hydrogen atom, an alkyl group, or an 
alkoxy group, and further preferably a hydrogen atom. R 33 R 35 , and R 36 in the general formula K-lll are each preferably 
a hydrogen atom or an alkyl group, and more preferably a hydrogen atom. 
[0139] Next, the general formula K-IV will be described. 

[0140] In the general formula K-IV, R 41 , R 42 , R 43 R 44 R 4 * and R 46 each has the same meaning as R 31 , R 32 R 33 
R 34 R 35 , and R 36 in the general formula K-lll, and a preferred embodiment thereof is also the same. L 41 in the general 
formula K-IV has the same meaning as L 21 in the general formula K-ll, and a preferred embodiment thereof is also the 
same, n 41 in the general formula K-IV represents an integer of 1 to 3, and preferably 1 or 2. n 42 in the general formula 
K-IV represents an integer of 0 to 4 : and preferably 0 or 1 . 

[0141] Next, the general formula K-V will be described. In the general formula K-V, R 53 , R 54 R 55 , R56 ) n 51 , and 
n 52 each has the same meaning as R 23 R 24 R 2 s, R 26 , L 21 , n 2 \ and n 22 in the general formula K-ll, and a preferred 
embodiment thereof is also the same. 

[0142] Next, the general formula K-VI will be described. In the general formula K-VI, R 63 , R 64 R 6 5, r66 ( i_6i n 6i 
and n 62 each has the same meaning as R 43 , R 44 , R 45 , R 4 *, L 41 , n 41 , and n 42 in the general formula K-IV, and a preferred 
embodiment thereof is also the same. 

[0143] The iridium compound may be either a so-called low molecular weight compound or a so-called oligomer 
compound and a so-called polymer compound containing repeating units having the partial structure represented by 
the general formula K-0 (which preferably contain a weight average molecular weight (polystyrene standard) of from 
1 ,000 to 5,000,000, more preferably from 2,000 to 1 ,000,000, and further preferably from 3,000 to 100,000). Among 
these, it is preferable that the iridium compound is a low molecular weight compound. 

[0144] Example compounds (K-1) to (K-25) of the iridium compound having the partial structure represented by the 
general formula K-0 will be described below, but the invention is not limited to the same. 
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[0145] The compound having the partial structure represented by the general formula K-0 can be synthesized by 
various methods. For example, the various ligands or a dissociated product thereof and the iridium compound are 
reacted in the presence of a solvent (such as a halogen-substituted hydrocarbon, an alcohol, an ether and water) or 
the absence of a solvent, and in the presence of a base (such as various kinds of inorganic and organic bases, e.g., 
sodium methoxide, t-butoxy potassium, triethylamine and potassium carbonate) or the absence of a base, at room 
temperature or under heating (in which a method of heating by microwave is also effective as well as ordinary heating). 
Examples of the starting material include iridium (III) chloride, trisacetylacetonato iridium (III), potassium hexachloroir- 
idate (III), potassium hexachloroiridate (IV) and an analogue thereof. 

[0146] The iridium complex represented by the general formula K-ll and the iridium complex represented by the 
general formula K-IV can be utilized as a material for a light-emitting element and can also be used for medical uses, 
fluorescent whitening agents, photographic materials, UV absorbing materials, laser dyes, dyes for color filters and 
color conversion filters. 

Synthesis Example 1 

Synthesis of Example Compound K-1 

[0147] 1 .77 g of 2- (4-fluorophenyl)pyridine t 0.5 g of trisacetylacetonato iridium (III) and 30 ml of glycerol were mixed 
and then stirred under a nitrogen stream at 200°C for 4 hours. After cooling to room temperature, 200 ml of methanol 
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was added thereto, and a solid matter thus deposited was filtered out. The solid matter was purified with silica gel 
column chromatography (eluent: chloroform) to obtain 0.5 g of a pale yellow solid matter. The NMR measurement 
thereof revealed that the resulting compound was the example compound K-1 . 

[0148] The phosphorescence quantum yield of the resulting example compound K-1 was measured after degassing 
5 oxygen (solvent: toluene, concentration: 5.0 x 1 0" 6 mol/L), and it was 90%. The phosphorescence emission maximum 
wavelength Xmax was 477 nm. 



10 



15 




20 ( K ~ 1 ) 



Synthesis Example 2 

25 Synthesis of Example Compound K-3 

[0149] 3.0 g of 2- (2 I 4-difluorophenyl)pyridine, 1 .3 g of trisacetylacetonato iridium (III) and 50 ml of glycerol were 
mixed and then stirred under a nitrogen stream at 200°C for 4 hours. After cooling to room temperature, 200 ml of 
methanol was added thereto, and a solid matter thus deposited was filtered out. The solid matter was purified with 
30 silica gel column chromatography (eluent: chloroform) to obtain 0.8 g of a pale yellow solid matter. The NMR meas- 
urement thereof revealed that the resulting compound was the example compound K-3. 

[01 50] The phosphorescence quantum yield of the resulting example compound K-3 was measured after degassing 
oxygen (solvent: toluene, concentration: 5.0 x 1 0 -6 mol/L), and it was 70%. The phosphorescence emission maximum 
wavelength Xmax was 470 nm. 

35 



40 



45 




(K-3) 



Synthesis Example 3 

Synthesis of Example Compound K-9 

55 

[01 51 ] 1 0 ml of chloroform was added to 0.2 g of compound (a) and 0.07 ml of acetylacetone, and 0. 1 3 ml of methanol 
solution of sodium methoxide (28 % by weight) was further added thereto and then stirred under a reflux for 6 hours. 
After cooling to room temperature, 50 ml of chloroform and 50 ml of water were added thereto, and an organic layer 
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was separated. The organic layer was purified with silica gel column chromatography (eluent: chloroform) to obtain 
0.1 g of a pale yellow solid matter. The NMR measurement thereof revealed that the resulting compound was the 
example compound K-9. 



10 




Compound (a) 



Synthesis Example 4 

20 Synthesis of Example Compound K-11 

[0152] 1 0 g of 2- (2.4-difluorophenyl)-4-methylpyridine, 1 ,0 g of trisacetylacetonato iridium (III) and 30 ml of glycerol 
were mixco ard tnen stirred under a nitrogen stream at 200°C for 4 hours. After cooling to room temperature : 200 ml 
of water was added thereto, and a solid matter thus deposited was filtered out. The solid matter was purified with silica 
25 gel column chromatography (eluent: chloroform) to obtain 0.2 g of a pale yellow solid matter. The NMR measurement 
thereof revealed tha: the resulting compound was the example compound K-11 . 
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(K-11) 



[0153] The aforementioned host material provides a field for the recombination of injected holes and electrons and 
also hasthe ability to transfer the energy of an exciton generated by the recombination to the guest. Given as examples 
of the host material are materials having a carbazole skeleton, materials having a diarylamine skeleton, materials 
having a pyridine skeleton, materials having a pyrazine skeleton, materials having a triazine skeleton and materials 
having an arylsilane skeleton. 

[0154] In the light emitting element of the present invention, the light emitting layer may be formed by doping the 
host material with the light emitting material. For example, the light emitting layer may be formed by co-depositing the 
light emitting material and the host material. The light emitting layer can be formed by utilizing a vacuum deposition 
method, LB method, ink jet method, printing method, transfer method or coating method (e.g., a spin coating method, 
casting method, dip coating method, or the like). The use of the aforementioned coating method is advantageous in 
reducing production costs. However the coating method conventionally poses the problem that a light emitting element 
utilizing the above coating method is inferior in emission illuminance and luminance efficiency to those produced by a 
deposition method or the like. In the light emitting element of the present invention, when the layer disposed adjacent 
to the light emitting layer is formed of an organic material satisfying the above requirements, the luminance efficiency 
is improved. Therefore, a light emitting element having good luminance efficiency can be provided at low cost by 
producing this light emitting element utilizing the coating method. 

[0155] In the coating method, a coating solution, in which the light emitting material is dissolved in a solvent, is 
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prepared and the coating solution is applied to a desired position to form the light emitting layer. A resin may be dissolved 
or dispersed in the solvent together with the light emitting material to prepare the coating solution. Given as examples 
of the resin are polyvinyl chloride, polycarbonate, polystyrene, polymethyl methacrylate, polybutyl methacrylate, pol- 
yester, polysulfone, polyphenylene oxide, polybutadiene, poly(N-vinylcarbazole), hydrocarbon resins, ketone resins, 
5 phenoxy resins, polyamide, ethyl cellulose, polyvinyl acetate, ABS resins, polyurethane, melamine resins, unsaturated 
polyester resins, alkyd resins, epoxy resins, silicone resins, and the like. 

[0156] A film thickness of the light emitting layer is generally preferably 1 nm to 5|im, more preferably 5 nm to 1|im 
and still more preferably 10 nm to 500 nm, though no particular limitation is imposed on the thickness. 
[0157] In the light emitting layer, the weight ratio of the light emitting material to the host material is generally from 
10 0.1 by weight to 20 % by weight, preferably from 0.5 % by weight to 15 % by weight, and more preferably from 1.0 % 
by weight to 1 0 % by weight. 

[0158] Materials used for the hole injecting layer and hole transporting layer have the ability to inject holes from an 
anode and to transport holes, respectively. These materials preferably have the ability to block electrons injected from 
a cathode in addition to the above abilities. 

15 [0159] Specific examples of the hole transporting material and hole injecting material include carbazole derivatives, 
imidazole derivatives, triazole derivatives, oxazole derivatives, oxadiazole derivatives, polyarylalkane derivatives, pyra- 
zoline derivatives, pyrazolone derivatives, phenylenediamine derivatives, arylamine derivatives, amino substituted cal- 
con derivatives, sty ry I anthracene derivatives, fluorenone derivatives, hydrazone derivatives, stilbene derivatives, sila- 
zane derivatives, aromatic tertiary amine compounds, styrylamine derivatives, aromatic dimethylidyne derivatives, por- 

20 phyrin derivatives, polysilane derivatives, poly(N-vinylcarbazole) derivatives, aniline type copolymers, thiophene oli- 
gomers, electroconductive polymers and oligomers such as polythiophene, organic silane derivatives and organic 
phosphine derivatives. 

[0160] The hole injecting layer and hole transporting layer may have either a monolayeTstructure comprising one or 
two types selected from the above materials or a multilayer structure comprising plural lasers having the same com- 

25 positions or different compositions. 

[0161] In a case where the hole transporting layer or the hole injecting layer is disposed adjacent to the light emitting 
layer, the T-| level of the hole transporting material or hole injecting material is preferably higher than the T-, level of 
the light emitting material. The T 1 level of the hole transporting material or hole injecting material is preferably more 
than 1 .05 times and more preferably more than 1 .1 times the T 1 level of the light emitting material. The T 1 level of the 

30 hole transporting material or hole injecting material is preferably from 68 kcal/mol (284.9 kJ/mol) to 90 kcal/mol (377.1 
kJ/mol), more preferably from 69 kcal/mol (289.1 kJ/mol) to 85 kcal/mol (356.2 kJ/mol) and still more preferably from 
70 kcal/mol (293.3 kJ/mol) to 80 kcal/mol (335.2 kJ/mol). 

[0162] In a case where the hole transporting layer or the hole injecting layer is disposed adjacent to the light emitting 
layer and has a multilayer structure, the T, level of each of all hole transporting materials and hole injecting materials 

35 contained in the multilayer is preferably higher than the 1 1 level of the light emitting, material. 

[0163] Examples of a method of forming the hole injecting layer and the hole transporting layer include a vacuum 
deposition method, LB method, ink jet method, printing method, coating method (e.g., a spin coating method, casting 
method, dip coating method and the like), and transfer method similarly to the method of forming the light emitting 
layer. When a coating solution to be used for the coating method is prepared, a resin may be used. Examples of the 

40 resin include the same resins that are exemplified as being usable for the preparation of the coating solution used in 
the formation of the light emitting layer. 

[0164] A film thickness of each of the hole injecting layer and the hole transporting layer is preferably 1 nm to 5 ujn, 
more preferably 5 nm to 1 u,m and still more preferably 1 0 nm to 500 nm in general, though there is no particular limitation 
to the thickness. 

45 [0165] Materials used for the electron injecting layer and the electron transporting layer have the ability to inject 
electrons from a cathode and to transport electrons, respectively. These materials preferably have the ability to block 
holes injected from an anode in addition to the above abilities. 

[0166] Specific examples of the electron injecting material and electron transporting material include various metal 
complexes represented by metal complexes of imidazole derivatives, triazole derivatives, triazine derivatives, oxazole 

so derivatives, oxadiazole derivatives, fluorenone derivatives, anthraquinodimethane derivatives, anthrone derivatives, 
diphenylquinone derivatives, thiopyranedioxide derivatives, carbodiimide derivatives, fluorenylidenemethane deriva- 
tives, distyrylpyrazine derivatives, cyclic tetracarboxylic acid of aromatic compound such as perylene and naphthalene, 
phthalocyanine derivatives or 8-quinolinol derivatives and by metal complexes containing metal phthalocyanine, ben- 
zoxazole or benzothiazole as a ligand and organosilane derivatives. The electron injecting layer and electron trans- 

55 porting layer may have either a monolayer structure comprising one or two types selected from the above materials 
or a multilayer structure comprising plural layers having the same compositions or different compositions. 
[0167] In a case where the electron transporting layer or the electron injecting layer is disposed adjacent to the light 
emitting layer, the T n level of the electron transporting material or electron injecting material is preferably higher than 
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the T 1 level of the light emitting material. The T 1 level of the electron transporting material or electron injecting material 
is preferably more than 1 .05 times and more preferably more than 1.1 times the Tj level of the light emitting material. 
The T<| level of the electron transporting material or electron injecting material is preferably from 68 kcal/mol (284.9 
kJ/mol) to 90 kcal/mol (377.1 kJ/mol), more preferably from 69 kcal/mol (289.1 kJ/mol) to 85 kcal/mol (356.2 kJ/mol) 
and still more preferably from 70 kcal/mol (293.3 kJ/mol) to 80 kcal/mol (335.2 kJ/mol). 

[0168] In a case where the electron transporting layer or the electron injecting layer is disposed adjacent to the light 
emitting layer and has a multilayer structure, the level of each of all electron transporting materials and electron 
injecting materials contained in the multilayer is preferably higher than the level of the light emitting material. 
[0169] Examples of a method of forming the electron injecting layer and the electron transporting layer include a 
vacuum deposition method, LB method, ink jet method, printing method, coating method (e.g., a spin coating method, 
casting method, dip coating method and the like), and transfer method similarly to the method of forming the light 
emitting layer. When a coating solution to be used for the coating method is prepared, a resin may be used. Examples 
of the resin include the same resins that are exemplified as being usable for the preparation of the coating solution 
used in the formation of the light emitting layer. 

[0170] A film thickness of each of the electron injecting layer and the electron transporting layer is preferably 1 nm 
to 5u,m, more preferably 5 nm to 1 u.m and still more preferably 1 0 nm to 500 nm in general, though there is no particular 
limitation to the thickness. 

[0171] Materials for the protective layer may be those having the ability to prevent the intrusion of a material, such 
as water and oxygen promoting elemental deterioration, into the element. Specific examples of such a material include 
metals such as In^Sn, Pb, Au, Cu, Ag : Al, Ti and Ni, metal oxides such as MgO, SiO, Si0 2 , Al 2 0 3 , GeO, NiO, CaO, 
BaO, Fe 2 0 3 , Y 2 0 3 and Ti0 2 , nitrides such as SiN x and SiN x O yj metal fluorides such as MgF 2 , LiF, AIF 3 and CaF 2 , 
polyethylene, polypropylene, polymethyl methacrylate, polyimide, polyurea, polytetrafluoroethylene, polychlorotrifluor- 
oethylene, polydichlorodifluoroethylene, copolymers of ch I orotriftuoro ethylene and dichlorodifluoroethylene, copoly- 
mers obtained by copolymerizing tetrafluoroethylene and a monomer mixture containing at least one comonomer, 
25 fluorine-containing copolymers having a cyclic structure on a copolymer principal chain, water-absorbable materials 
having an absorption coefficient of 1% or more and moisture proof materials having an absorption coefficient of 0.1% 
or less. 

[0172] No particular limitation is imposed on a method of forming the protective layer. As the method, for example, 
a vacuum deposition method, sputtering method, reactive sputtering method, MBE (molecular beam epitaxy) method, 
30 cluster ion beam method, ton plating method, plasma polymerization method (high frequency excitation ion plating 
method), plasma CVD method, laser CVD method, thermal CVD method, gas source CVD method, coating method, 
ink jet method, printing method, and transfer method may be applied. 

[0173] Materials constituting the anode serves to supply holes to the hole injecting layer, hole transporting layer and 
light emitting layer. As the material, a metal, alloy, metal oxide, electroconductive compound or a mixture of these 
35 materials may be used. Preferable materials are those having a working function of 4 eV or more. Specific examples 
of these materials include conductive metal oxides such as tin oxide, zinc oxide, indium oxide, indium tin oxide (ITO), 
metals such as gold, silver, chromium and nickel, mixtures or laminates of these metals and conductive metal oxides, 
inorganic conductive materials such as copper iodide and copper sulfide, organic conductive materials such as poly- 
aniline, polythiophene and polypyrrole and laminates of these materials and ITO. Among these materials, conductive 
metal oxides are preferable and ITO is particularly preferable in view of productivity, high conductivity and transparency. 
[0174] Although a film thickness of the anode may be selected optionally according to the type of material, it is in a 
range preferably from 1 0 nm to 5jim, more preferably from 50 nm to 1 u,m and still more preferably from 1 00 nm to 500 
nm in general. 

[0175] As the anode, an electrode obtained by forming a layer on soda lime glass, non-alkali glass and a transparent 
is resin substrate is usually used. When glass is used as the substrate, non-alkali glass is preferably used as the glass 
material to decrease the elution of ions from the glass. Also, when soda lime glass is used, glass which is coated with 
silica as a barrier is preferably used. Although no particular limitation is imposed on the thickness of the substrate as 
far as it is enough to maintain the mechanical strength, a substrate having a thickness of generally 0.2 mm or more 
and preferably 0.7 mm or more is used when glass is used. For the formation of the anode, various methods are used 
so according to the type of material. In a case of, for example, ITO, a film is formed using a method such as an electron 
beam method, sputtering method, resistance heating deposition method, chemical reaction method (sol-gel method) 
and method of applying a dispersion of ITO. 

[0176] The driving voltage for the light emitting element can be reduced and the luminance efficiency can be raised 
by performing treatments such as washing and other treatments of the anode. For example : in a case of ITO, UV- 
55 ozone treatment and plasma treatment are effective. 

[0177] A material constituting the cathode serves to supply electrons to the electron injecting layer, electron trans- 
porting layer, light emitting layer and the like and is selected in consideration of adhesion to the layers, such as the 
electron injecting layer, electron transporting layer and light emitting layer, disposed adjacent thereto, ionizing potential 
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and stability. As the material of the cathode, a metal, alloy, metal oxide, electroconductive compound or mixture of 
these materials may be used. Specific examples include alkali metals (e.g., Li, Na, K, Cs and the like) or fluorides or 
oxides of these compounds, alkali earth metals (e.g., Mg and Ca) or fluorides or oxides of these compounds, gold, 
silver, lead, aluminum, sodium-potassium alloys or mixtures of this alloy and other metal, lithium-aluminum alloys or 
5 mixtures of this alloy and other metal, magnesium-silver alloys or mixtures of this alloy and other metal and rare earth 
metals such as indium and ytterbium. Materials having a working function of 4 eV or less are preferable and aluminum, 
lithium-aluminum alloys or mixtures of this alloy and other metal and magnesium-silver alloys or mixtures of this alloy 
and other metal are more preferable. 

[0178] Although a film thickness of the cathode may be optionally selected, the cathode has a film thickness ranging 
10 preferably from 10 nm to 5u.m, more preferably from 50 nm to 1u,m and more preferably 100 nm to 1u.m in general. 
[0179] The cathode is formed using a method such as an electron beam method, sputtering method, resistance 
heating deposition method and coating method. A metal can be deposited singly and two or more metal components 
may be deposited simultaneously. Moreover, plural metals may be deposited atthe same time to form an alloy electrode. 
Also, an alloy prepared in advance may be deposited. 
15 [01 80] It is preferable that the sheet resistance of each of the anode and the cathode be lower and preferably several 
hundreds ii/Dor less. 

[01 81 ] The light emitting element of the present invention may be served to applications in wide fields such as display 
elements, displays, back-up lights, electrophotographs, illumination light sources, recording light sources, reading light 
sources, beacons, signboards, interiors, and optical communication devices. 

20 

EXAMPLES 

[0182] The present invention will be explained in more detail by way of examples, which, however, are not intended 
to be limiting cf the present invention. 

25 

(Example 1) 

[0183] An ITO substrate which was washed was placed in an evaporating apparatus and a-NPD(N,N'-diphenyl-N, 
N'-di(« -naphthyl)-ben7idine) was deposited on the substrate in a thickness of 50 nm. CBP (biscarbazolylbenzidine) 
30 and the exemplified compound K-1 were co-deposited thereon in a ratio of 1 7: 1 in a thickness of 36 nm. The exemplified 
compound B-40 was further deposited thereon in a thickness of 24 nm. A patterned mask (the emission area was 
designed to be 4 mm -:5 mm) was placed on the organic thin film to co-deposit magnesium/silver (10:1) in a thickness 
of 250 nm. Thereafter, silver was deposited in a thickness of 300 nm to produce a light emitting element. 



35 (Example 2) 



[0184] A light emitting element was produced in the same manner as in Example 1 except that the exemplified 
compound A-10 was used in place of CBP in the manufacturing of the light emitting element of Example 1. 



40 (Example 3) 



[0185] A light emitting element was produced in the same manner as in Example 1 except thatTPD(N,N , -diphenyl-N 1 
N-di(m-tolyl)-benzidine) was used in place of a-NPD in the manufacturing of the light emitting element of Example 1 . 



45 (Example 4) 

[0186] A light emitting element was produced in the same manner as in Example 2 except that TPD was used in 
place of a-NPD in the manufacturing of the light emitting element of Example 2. 



so (Example 5) 

[0187] A light emitting element was produced in the same manner as in Example 4 except that the exemplified 
compound D-46 was used in place of the exemplified compound A-1 0 in the manufacturing of the light emitting element 
of Example 4. 

55 

(Example 6) 

[0188] A light emitting element was produced in the same manner as in Example 4 except that the exemplified 
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compound C-71 was used in place of the exemplified compound A-1 0 in the manufacturing of the light emitting element 
of Example 4. 



[0189] A light emitting element was produced in the same manner as in Example 3 except that the exemplified 
compound K-3 was used in place of the exemplified compound K-1 in the manufacturing of the light emitting element 
of Example 3. 



[0190] A light emitting element was produced in the same manner as in Example 4 except that the exemplified 
compound K-3 was used in place of the exemplified compound K-1 in the manufacturing of the light emitting element 
of Example 4. 



[01 91 ] A light emitting element was produced in such a manner that in the manufacturing of the light emitting element 
of Example 4, the exemplified compound A-1 9 was used in place of the exemplified compound B-40 to form an organic 
thin film, and a pattern mask (the emission area was designed to be 4 mm x5 mm) was placed on the organic thin film 
to deposit lithium fluoride in a thickness of 3 nm, and thereafter, aluminum was deposited in a thickness of 400 nm. 



[0192] A light emitting element was produced in the same manner as in Example 9 except that the exemplified 
compound K-3 was used in place of the exemplified compound K-1 in the manufacturing of the light emitting element 
of Example 9. 

(Comparative Example 1 ) 

[0193] A light emitting element was produced in the same manner as in Example 1 except that TPD was used in 
place of CBP in the manufacturing of the light emitting element of Example 1 . 

(Comparative Example 2) 

[0194] A light emitting element was produced in the same manner as in Comparative Example 1 except that TPD 
was used in place of a-NPD and the exemplified compound K-3 was used in place of the exemplified example K-1 in 
the manufacturing of the light emitting element of Comparative Example 1 . 

[0195] Respective constitutional formulae of a-NPD, CBP, and TPD used in Examples and Comparative Examples 
are shown below. 



(Example 7) 



(Example 8) 



(Example 9) 



(Example 10) 
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25 

[0196] The minimum excitation triplet energy level of each of CBP, exemplified compounds A-10, D-46, and C- 
71, TPD, a-NPD, exemplified compounds K-1, K-3, B-40, and A-19, which were used in Examples and Comparative 
Examples was measured. Specifically, the phosphorescence spectrum of each material was measured (1 Opmol/I EPA 
30 (diethyl ether: isopentane: isopropyl alcohol = 5:5:2 (volume ratio)) solution, 77K, quartz cell, FLUOROLOGH manu- 
factured by SPEX) to determine the T-, level from the beginning of the wavelength on the short wavelength side of the 
phosphorescence spectrum. 

[01 97] A fixed d.c. voltage was applied to each of the light emitting elements obtained in Examples and Comparative 
Examples by using Source Measure Unit 2400 manufactured by Toyo Technica, making each element emit light to 
35 measure the luminance by using a luminance meter BM-8 manufactured by Topcon and the light emission wavelength 
and CIE chromaticity coordinate by using a Spectrum Analizer PMA-11 manufactured by Hamamatsu Photonics. 
[0198] The results of each measurement are shown in Table 1 below. 



40 



so 
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[0199] As is clear from the results shown in Table 1 , it is found that the light emitting element in which the T 1 level 
of the host material is higher than the level of the light emitting material could emit light with high efficiency. Further, 
it was also found that when the T, level of the layer adjacent to the light emitting layer is higher than the T 1 level of the 
light emitting material, emission of light with higher efficiency becomes possible. Particularly, in a case of the light 
5 emitting material which emitted in the blue region, emission with higher efficiency can be attained when the level 
of the host is higher than 70 kcal/mol (293.3 kJ/mol). 

[0200] Similarly, also in applying the coating method to produce the light emitting element, the T, level of the material 
used to form the layer containing the light emitting material and/or the layer adjacent to the light emitting layer is made 
higher than the level of the light emitting material. This makes it possible to produce a light emitting element which 
10 can emit light with high efficiency. Also, the level of the material used to form the layer containing the light emitting 
material and/or the layer adjacent to the light emitting layer is made higher than 70 kcal/mol (293.3 kJ/mol) or more. 
This makes it possible to produce a light emitting element which can emit light with higher efficiency. 

(Example 11) 

15 

[0201] A washed ITO substrate was placed in an evaporating apparatus and TPD was deposited on the substrate 
in a thickness of 50 nm. CBP (biscarbazolylbenzidine) and the compound R-1 were co-deposited thereon in a ratio of 
1 :1 7 in a thickness of 30 nm. The exemplified compound A-1 0 and exemplified compound K-3 were further co-deposited 
thereon in a ratio of 1 : 1 7 in a thickness of 2 nm, and the exemplified compound A-1 9 was still further deposited thereon 
20 in a thickness of 36 nm. A patterend mask (the emission area was designed to be 4 mmx5 mm) was placed on the 
organic thin film to deposit lithium fluoride in a thickness of 3 nm. Thereafter, aluminum was deposited in a thickness 
of 400 nm to produce a light emitting element. 




40 

[0202] A fixed d.c. voltage was applied to the light emitting element obtained in Example 1 1 by using Source Measure 
Unit 2400 manufactured by Toyo Technica, making each element emit light to measure the illuminance by using a 
luminance meter BM-8 manufactured by Topcon and the light emission wavelength and CIE chromaticity coordinate 
by using a Spectrum Analizer PMA-1 1 manufactured by Hamamatsu Photonics. As a result, white light emission having 
45 chromaticity coordinates (x,y)^(0.35, 0.33) was obtained, the maximum luminance was 75000 cd/m 2 and the external 
quantum efficiency was 15.4 %. 

[0203] From the results of Example 11 , the light emitting element using the compounds of the present invention can 
emit light with a high efficiency exceeding 15% even in a white light emitting element having conventionally emitted 
light with lower efficiency, and a light emitting element which can emit light of white having excellent color purity can 
so be produced. 

[0204] According to the present invention, it is possible to provide a light emitting element which can emit light in the 
blue region with high luminance efficiency, and a light emitting element which can emit light of white of high color purity 
with high luminance efficiency. 

55 

Claims 

1. A light emitting element comprising at least a light emitting layer containing a light emitting material and a host 
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material and having a light emission maximum wavelength of 500 nm or less wherein the minimum excitation triplet 
energy level of said host material is higher than the minimum excitation triplet energy level of said light emitting 
material. 

2. A light emitting element according to claim 1 , wherein the minimum excitation triplet energy level of said host 
material is from 1 .05 times to 1 .38 times the minimum excitation triplet energy level of said light emitting material. 

3. A light emitting element according to claim 1 or 2, wherein the minimum excitation triplet energy level of saia host 
material is from 68 kcal/mol to 90 kcal/mol. 

4. A light emitting element according to any of claims 1 to 3, further comprising a layer which is disposed adjacent 
to said light emitting layer and contains an organic material, wherein the minimum excitation triplet energy level 
of said organic material is higher than the minimum excitation triplet energy level of each of materials which con- 
stitute said light emitting layer. 

5. A light emitting element according to claim 4, wherein the minimum excitation triplet energy level of said organic 
material contained in the layer which is disposed adjacent to the light emitting layer is from 1 .05 times to 1 .38 times 
the minimum excitation triplet energy level of each of the materials which constitute said light emitting layer. 

6. A light emitting element according to claim 4 or 5, wherein the minimum excitation triplet energy level of said 
organic material contained in the layer which is disposed adjacent to the light emitting layer is from 68 kcal/moi to 
90 kcal/mol. 

7. A light emitting element according to any of claims 1 to 6, wherein said host material is a compound represented 
25 by the following general formula (I): 

General formula (I) 



10 



15 



20 



30 



L 1 -(Q 1 ) , 



wherein L 1 represents a bivalent or more linking group; Q 1 represents an aromatic hydrocarbon ring or an aromatic 
hetero ring; and n 1 represents a number of 2 or more, plural Q 1 may be the same or may be different from each other. 

35 8. A light emitting element according to any of claims 4 to 7, wherein said organic material contained in the layer 
which is disposed adjacent to said light emitting layer is a compound represented by the following general formula 
(II): 

40 General formula (II) 

L 2 -(Q 2 ) 2 

n 

wherein L 2 represents a bivalent or more linking group; Q2 represents an aromatic hydrocarbon ring or an aromatic 
45 hetero ring; and n 2 represents a number of 2 or more, plural Q 2 may be the same or may be different from each other. 

9. An azole compound represented by the following general formula (A): 



50 
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General formula (A) 



N x A1 



70 




75 



wherein R A1 , R^, and R A3 each represent a hydrogen atom or an aliphatic hydrocarbon group; R* 4 , R A5 , and R A6 
20 each represent a substituent; n A1 , n A2 , and n M each represents an integer of 0 to 3; X A1 , X* 2 , and X A3 each 

represent a nitrogen atom or C-R x (R x represents a hydrogen atom or a substituent) ; and Y A1 , Y A2 , and Y A3 each 
represent a nitrogen atom or C-R YX (R YX represents a hydrogen atom or a substituent). 

10. A light emitting element according to any of claims 4 to 8, wherein said organic material contained in the layer 
25 which is disposed adjacent to the light emitting layer is the azole compound represented by the general formula 

(A) according to claim 9. 

1 1 . A light emitting element according to claim 4, wherein the light emitting layer is held between a pair of electrodes. 

30 12. A light emitting element according to claim 1 or 2, wherein the light emitting material is a transition metal complex. 

13. A light emitting element according to claim 1 or 2, wherein the light emitting layer comprises 0.1 % by weight to 
20 % by weight of the light emitting material with respect to a weight of the host material. 

35 14. A light emitting element according to claim 1 or 2, wherein the light emitting layer have a thickness of from 1 nm 
to 5um 
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